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Bgi^ra»W09 8/0 0 6 2^{cR!^$nfc7?eE{CJ:n 

C <!: jfts-C * -5 i l» ^ 

to 0 1 5] 4fc. «EE»M->->l'X»*^>FU;U*ffl 

jg©W5Jl»iffifflJWA ar < « 5 C i {c J: 0 , mWlT'^t 9C 
COO 1 6] S'atC. :^«^7-5076 1 0^^K. 
miEI8tt^iCJ:*)ir-t/yyiifm^Sti6<0V. -fe 

[0 0 17] 

[jfe^niaiiK^txfc^^i-eayH] Ltr^umfih, m(c 
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Wr4«#7*/^cr. ^W«l. llfi^^ihh, U 

[0 02 I J v>KUJl'4«l<»r. 

-r-s«3a^iD<o^e«^*-si«cffi;e-r5Ja^. 

[0022] ccDwa^wyi-riftiAtc. f?9K.a, 

iiW»WO9 8/0 0 6 2-f«Ctt. WKUA©?-'* 
B« yjU3iTl5<Dlf^*mr««i-r * C i CC J: >3 . • 
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( 0 0 3 0 ) C©J: ^ <ttt«ffi^«1l«^{*». 
ra±*«^-r a c i tc J: OSSK*Bir« C idsr* 
iSi£flie<D^i&€$©l^3«:fd:3-r C <!: tUtti 

(003 1 ) ifc. J:j$©J;^/i&gffl^lSg«^ 
«:»ie-r5C4(Cj:-5r<)iia-r-5ci*i-C*4. CO 

tfr^. o^^mi^/it'S.t^cc. girse^a 

Jit*, 

( 0 0 3 2 ] $ &(c. m<OJ: 9 
^t5Ci{Cj:r>-C<)i!ISr-5Ci3»i-C*5. cm 

^, m^s»m<mmti^i>ti. 0 4KLh<t<t^j:^K: 
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(»«©l5iS©JK») WT«c. *»IS?^i6©»fJ!»«<:o 
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[0 0 4 1 1 CCr. $«^tcffli»64^5*ia83 0 

fi<. *©tt». ^ii9(c-3(,»r«. »tcjR;esn4(> 

©-cttact>. Wjti*. »tswif$tt©;v*is*$t^^>ffli^ 
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(»n JIB»fitS¥ (5<) = (d, -d. . i . ) X I 
00/do . . . 

fil/. d, : ^asaoJsauDtfisaortS 

do . . . ;^'t3 0«8P©l£Sm©rtS©«/hffl 

[0044] :«raA<Dt»^. aaii£a$it. 5 %ja±*j 
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10 0 4 6] tiis. jaa!a:{i$©tf-st{cfflt,»6n5rta 

[ 0 0 4 7 ] sfc. «asi£3^». »^(o«i$s:^« 
iiac>. 8£-or. ^ntaocDjunKDSStt. a^J^s 

(0 0 481 as/c. lifcS«cJ:0i*9aWfi;:*cLfca^fi 
3 («T. eta* rttSfiSJ it>l». a I (b) i}>. 
TL, J rli*. ) «. iSHSS 0©JDI©S©14. ffl 

(0 04 9 J #«:IKS?*1*6© 
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(0 0 5 11 Jits. jaffi©Jiax:^ffiB. ^KKSsn-j. 
[0052] iXK. 4t(s»^xg«:o«,»-ciftwri. fit 
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(00561 i-r. «^ffi©^®tl$ Rm a x«. 5 0 
winfe(T*««*U». «^B©affitISRmax*«5 0 
mn*ia^-5t. «^ffi«:4»(.»tacBe3 oei±*«+i> 
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( 0 0 9 4 1 :»«c©«i^. ttBta^^tcs^i? 
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sglOSO'C. /f35 0*im©N ia5^f54^»L. 
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src, «^^«. »^ias 1 3 0 0-0. «i$b#ibi 1 a 

[0 109] <lltt0)|2-3. tk«{0iil. 2) €dSS3 

owaasjES**. -c-n-eti, oh (tb«wi) . 396 
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AP 1 1 1 0 4^asw-s«»)mL. 919 

(0 I 1 I] 
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[0112] 09<& UcVcMWi 1 -Cd. « 

(C. 9l3BSJStt2 8 3MPaOiS9aS[«^L. iOK^i-tf 

CO 1 1 3 ] ^mm^i3%tLtc)ixm2-cia.. « 

-C. ^IKSiKtt. 4 6 7MPa*rr6l±0/c*J. 

CO 1 1 4] cntcJ*L. *sajfi:s*«:^n'€'n. 5 

?6. 2 ox. Sy2 SXiOrcHifiWl. 2SO'3r 



rn4>»tt4S9r«*7 0 0MPaia.b*'Pt. St* 
40 mt. S«|B!ld>6KBfLte. 

[0115] ei±©*s**^^>. ^«ff*«6-r*BJtc. 

■jcctttS-r-Si. «:*:ia^%'b3< r-5c:iA5r*^c 

[0 116] (3116^4) ^^A«:fflC>r. 
<*(Otfi;»«tf->fc. *BS«C{1. AP I H4 0*>f>/i: 
-5Jta7-<>f- ( 1 78nim) . ««0. 2 3 I 
50 (6 mm) ©eUl^e*m>. C©»1S©lSj«i*Jl4*. 
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Rmax3543 0umWT4'i5<i:5{Ci±±lf. ^Ot® 
m^^tc, S*iai 2 00X:. *d4 0«m<OFe-3 

B - 3 S i - 1 C^M?r:m*l/. »ffilfi:»«^*?f o 

1 0 1 1 8 ] «^©jBij»:^fS{c», ^iffiaa k 

SE^^tt. ^^fil2 5 0-C. £^e»ra6 0 10 
jMBE*4MPa4L. A r#ffl5l4»ra^*ff o 

/c. 

[0 1 19] (lOftWS) -/>tf-F«<tLr. J I S 
BN i -5tB^«fiE*Wra»!Sl 1 4 0"C. I?3 
4 0 umON i 13OO'C5C12 0» 
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[0 1 20 J (|?»W6) ^>1f-h*tiOr. JfS 
B N i - 5«^<D«B85rWT*»* 1 1 4 Q-C. iS? 
4 0 (iin<DN i lg^^tS«:ffit,>. Sl^iaS^ 14 0 0 

[0 12 1] (ikmiz) -^^^-hutLx, mi^i 

2 9 0*0. i5340«m©Fe-2B- 1 S i^?a* 

m^K a^jss* 1 4 0 0 "c. Rff^ia* 3000. na 

(0122] mMfi4 -6 . SO'tk^WS 'Cm'^txtc^ 
[0 12 31 
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1300 


I40O 


«)$8m (s) 


300 


60 
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5.0 




Ar 
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CO 1 24] ffib**«l 290'Cr*-5-f>1^— 

[0 12 51 ChtcWL. 5fi.^S*il 2 00'Cr*a-/> 



CO 1 2 8] a*J. 5^»W3^6RCftt««H3<Ctet>r 
•C. fi:*caSB. «,»r*lfcO. 5inm-Cft-7fc. 

CO 1 2 7 ] Ki^otsmfph. ^'BmKwmnt&r 

to 1 2 8 1 c^mm ) umA^m^'X. ^.iswts?? 

»<OttS'&ilr>tC. ^KeWi. Apt H40d»6A^ 
49fa7 -f ( 1 7 Smm) . M«0. 2 3 1 Vvf- 
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[0 1 2 9 ] i>:{C, S!:S3ti/c^JSe<D^S**ffi«3 
Rmax*i3 0umJj<Ti<C'5J:^«:fthlf. 
m^^mic. J I S BN i -5f^a>ilSfilS^$t- Stt 
jil 1 4 0-C©«K-1*N i .^^*J53 1 0 Oumtfi 

c 0 1 3 0 ] »6fflo)W»D5«K:». saasa k lo 
i/c, ^^^tt. as^iaai 3 oo-c. fmrnmi a 

Olj>. l)nE/>4MPail/. A rSfflm*-C»^4tT-j 

[0 13 11 (|gttW8) Y>1^-^fcl■iLr. Jis 
(0 1321 (IQSW9) -f>-9-Hitil/-C. J I S 
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B M i - 5iaS©««*WTS«IS 4 0m m©N i » 

^?S=&fflC>. S^S€ 1 2 5 O-C. Sf#^Bl^ 6 0 

[0 133] lttmi4) ^>1}--hH^Lt. J I S 
BNi - 5ffl^<OffllS*Wr5WS20 0/im©N i 

,2fi^^s^:ffli.». «^ias* 1 4 0 0 -c. s 

0 0#it-fcfet?l-«. ll»i«7il§lS«>^IBK:8ei». & 

[0 13 4] (ttte^ss) -/vi^-Hstii/r. JIS 

B N i - 5 ffiSOfflSS^W-r 4 0 a m©N i 

m^u&^ 1 4 5 o-c. ^n^m^G o 
[0135] mmmi -q. jstumam - s -cjs^ft 

[0 136] 
(313] 
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[0 1 37] ■{'^■9--htiO)mi%2 0 0umtUtcit 

to 1 3 8 J srt. s^iaa* 1 4 5 o-ctucimm 

A:. $6(C. 9f3RSa». 6 5 7MPa-C«>0. »IK>4- 
(0 1 3 9) cntCjJL,. ^>1^-H!t<DW?*lOO 



ei!*i|E3^t*-57 p OMPa«Ji*niO. «»>i«a:. 
I0 14D]=tt*». ||»«7-9Rt)C«:««4-v5«c4a 

[0 14 1] W±0e**>6>. ^i»lf*i««ffi:»S^r 
iia^Kiaor. ^ httOJS^ * 1 0 0 mWT 
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{0 14 2] (UttWi 0) :«rffiA*ffli,»r. ^-g^ 
^«!<oa:«4fTofc. ^««Ctt. API H4 0A»^ 
tci9\&7 ^>f- (17 8 mm) . MJf 0 . 2 3 W> 

? (8mm) o^ai®*ffli,>. c©ai§<o^rta 
C 0 1 4 3 } ;x<c. ffis?nfc^]aw©affl*^ffli3 

Rraax«i3 0um(UT<!:ft-SJ:^«{:fLht/. ikmfSO 

m^nmtc. j i s bn i -5ffl^<Dfflfij*wr'5» 

*1 14 0'C. »S4 0Mm©N iS^tS*:fr»b. 10 

[0144] His, m^si<oim^tca. mm&s k 

<*, ljnBE:*j5MPai:L. A ^#H^{l^l^■C»■&*^T-5 

[0145] (iij&M ] 1 ) m^micmisimm 

*3 0 0«>. aiE*€:l. 5MPa<bb/c«W*. 20 
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[0146] im9i 6 ) s^ssecitt-f immi: 
CO 147] iimmi) ■ii^'i—hutox. J IS 

B N i - 5 tm^mmi^timS 30 u mOS i IF. 

iaz^i 1 MP a i Lfcwi+jj. lessw 1 0 tmm^ 
[0 14 8] imms) nt^m.^ 1 2b o'c. m 

maiS 0 0». iDff;*?* 7MP a i L-fcWJI-tt. 
'Biffr,tt. 

CO 14 9]ieJ6Wl 0-1 1. Sytk»8W6~8r?il 

[0 150] 
[||4] 
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C. 23» 


0. 2at 
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30 
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40 
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Ti 
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15 


30 
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1. 5 
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Ar 


Ar 


Ar 


Ar 
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D.S 
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(Cl^S!«<Sa66nA:. t^t. 9(9^(2. 5 6 3MPa 
[0 152] itc. )J0E^*lMPa<tb/ctk««7-C 



[ 0 1 5 3 1 3 6K. aitt:^j47 MP a <!: U/ttt^iWa 
■C». »^iaft*l 2 5 0"CXrTtf/c«:l>*>*»*>6 

hK.. 5ISR«tttt. 8 8 7MPar*»). SSKma:. « 

CO 154] cntCj^t. ttie::^3*5MPa. UmXA 
*3 0»iLfc«t6«l 0. aylJIlE:>3* 1 . 5 MP 

a. m^m^o ot^i i/fcHiiw 1 1 -est. I'-rn 
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n 

Xl^hO-C. l>T*ifeO. 5mmVi>i 

tt. 

[0158] «±<0fe*A>6. ^ja«*«tBffi:litS^t 
■5t8^«Cfct»r. Jinff:^* 1. 5MPa«±5MPaW 

[0157] (^91 1 2 ) l3mAi:mi>X. 10 

C52- 1 200 (JJlT. cn*rLC52-120 
Oj 4I,>5) *>6^cS?HSl 0. 75-Y>^{289in 
m) . WS!0. 5-^>f' ( 1 3mm> <?>»»*ffll>. C 

[01581 -^K.. J£S?tifc^J3«<5!:^tB?r^ffiffl? 
Rmax*«5 0«ni«Ti>i:i±^«:<±±lf. ^StO 
Sl^^iate. J IS BN i -5t^<D«6fi«fr-rSlB 20 
*1 14 0T. JS#4 0mn<DN i^^?S?:^»b. 

( 0 I 5 9 ] I'jrls. k 

s&aeic 1 3 0 0 -c. mmm 1 2 
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0t>. JDE*4MPail/. Ar#H5l«l»-C«^*ff-5 

[0160] {||»W 1 3 ) I 3 5 0 -C. S 

^li!*2 10«!. *nBE>J*3. SMPaiL. 
JHCja-rB®jS[«Kt©@5S[tt% 1 0 0 k H z 4 O/cW 

[0161] (Hifiw 1 4 ) «^jas* 1 3 5 o-c, s 

^181*2 1 0#. 110E/J*3. 5MPai(/. Silta 

CC J: OS^^tf r. fc«n«. ^tfeW 1 2 iig«<D-»a«C 

{0 16 21 (lt««9> ^ffi(O^Sa?Rinax« 
1 00 ami L. S^iafi* 1 4 0 0 'C. fiS^8$ra*3 

0 o«ii b/c«mi. nisw 1 2 tisi«o#«a{cise(.». 
[0163] <tt«w 1 0 ) m-ks&iciii-fimmrA 
^mmi^om'^i 4 o o n h z i i>fcmit, 

[0164] mt&ffi 12-14. s.v'ttnmQ- 1 0 -c 

(0 1651 
[^5] 



(18) 



33 



«M2000-1 07870 
34 









S( No 


tt««9 




itm^^ 0 


liUt^l 3 


nn^^ 4 






■C5J-:200 


LC52H200 




LC52-I200 


:C52-I200 


m 

e 






10. 7J 




10. T$ 


10.75 


10.75 






3. $00 


O.500 


C. $00 


0. 5-:o 


0.500 


msm^^ <%} 


|{ 


IS 


\l 


IS 


1$ 


(Rail : All) 


100 


50 


30 


30 
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40 


40 


^» 
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Ar 


Ar 
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0.5 


- C.-5 


0.5 
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2S 


25 


25 
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(MPa) 
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X 


O 


X 
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(0 1 66} S^jfBiDiiraiSRmax^l OOam 
^liR«S«. 4 7 7.VIPaf*»). HOmd. g^l?ffi 

ffi«c??iSFr -siaai^siiiofcN i ^-cstsi-f a c tin 

10 16 7] i/c. mmi)i4 0 0MPaVi,ilSm 
l^«^Stt>6ti/c. £/c. 9IS5^«. 4 3lMPa-C 



(0 168] CtliCittL, tS^^fSOma&SRmiiX 
4:50«mJilTiL. 1 0 0 k H z WTWJSSI 

CO 1 69] tt*J. llttWl 2~1 4SC/tb«W9~l 

50 u-ci**©^. sfcAcsajt. i»m<>o. Smm-C*^ 
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[0170] «J:®J6*A»6. ^WlS^WmSll^t 

merits 4. uwrni^^viii^ifi^rict 

1 0 0 kH zPiTi^-si, *«&ai5«)«^«ceH-rs 
(017 1 J <i?ttf«i5) :*f^B4ffl(,>r. ^eai 

^(*©!£««tT-jfc. ^iBSKB. AP I 4 0H*>6 
r^a^l^y^ (1 78mm) . WiSO. 2 3 W> 
^ <6fflm) (Dl@P»m%^C^ COlimoaSPi^ 

(0 17 3] (|lt604l6)&il@(D«(^S^'S:2 5 



(19) !»Ba2000- I 07 87 0 
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[0174] (ISttlfH 1 6 > :fejiti tT. LC52- 
1 2 OOdi^^r-SJimi 0. 75'f>^<2 73m 
m) . W/?0. 5-/>^ ( 1 2 7 mm) ©»|g*fflt>. 

^•gcDjsajata^* 2 5 %<t Jts^2 5 %-c^« 

10 n 5] (tmm ID ^m's<oi&ttmmiQ% 
10 ft^©»^cme4i7o/c. 

{0178j {tHafl«ll 2) SHBibT. LC52- 
1 2 00*>6%*{^S1 0. 7 {27 3m 

m) . mmo. 5-/>?- ( 1 2 7mm) ©jRe*fflt». 

CO 17 71IUt«15-17. fiC^tfc^Wl 1-^12 
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[01791 ^imm^i 0%tl,. ^'Sm^i^iti. 

'ami 0%-citMLtcmmi 1 «cot»r. 11^2 1 0 

Ops i-C*ESa»4lTofciC5. «^»*»6*ian 

CO 1 8 0 1 cixtcWL. aB»a:a*syii<:s*«r*K: 

4ittc2 5S<4LfciaiWl Btt. K^rtihEJjZlO 
0 p s i -C^BEttHitf r»rfc. tt^aW»^*ilBtx*»« 

[0 1 8 1] ±Ai. msms^'S:i^^to. ^mum 

^3 0 0 0 p s i r^EStKitrofciC^. «^*> 

CO 1 8 2 1 cn(C)4(/. nsm&mBtvm'smiPnc 

2 5%i l/fc^lttW I 7-e»i. ff^3 0 0 0 p s i -c^k 



[01841 (suswis) 3^ffic=feffli.^r. ±a@m 

^(*©a:«4lfofc. ^e(C«. STKM12B (J 
40 IS G3 44 5) A»e«:SJi«l 4 0mm. PiWt7m 

*i3 0ttmWTi«ti<J:^tcH:±lfv »^l?ffi{c. J I 
S BN i - 3ffi^<D«)a4Wr4fflL* I 0 5 0 "C. f? 
S 5 0 tf m©N i .^.^^)S4:^»0. lEiS«^^tfr> 

CO 1 8 5 ] ft*. tt^oiiPi»:^K:B. JsiiStts k 

a3-<Ji'K:«. W»«di2 0mmt«cS3-fJi'<t. 4 0 
50 mmtUira-OKDZS^imK^tc, itc. 
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[ 0 1 8 8 ] ^7 J: »3 . ttli«Jwi<DSl>JllB»3 ;W?:ffll,> 
nm&i2 0tnmbirit. fH&ik^ii. 40->'50m 

0 ~ 9 0 m ra i a C i i5*> S . 

[0 189] */c. *7J:»). KttlfiS*40~50m 

[0 1901 -rCcb%. Mffffi$«il. 00O«#. 
W** 1 . 0 2 i-r 5 1 596«T<!!>»^<C 

3) . 

[0 19 1] Chtclkfo. 8Uietll$41. 0 4fiLh(ll 
7. 9. 11) ifit. aS$*2 0%i 

[0 192] l^ti]g$'S;8 0-9 0mm<^l//'c)S^&il 



iCiA«t»3!»»4 (||!Ra^2. 4. 8. 8. 10). 
[0ia3]S6<C. S7J:0. «»m^€rl5J-«!: Lfc 
30 «mfiS*lfi<<t*«i'. t»*0)**«tfitffiC 

^^ito^. «UKttl$'!Hl. 0 2. IKfflS3/|S4 0m 
m-C*5i8^K«. ffiB$2 09«-Cl£BiT*i. «ft 

8 0mmiufcta^tc«. imm2o%x:mivxh. 

[0 194]il«CC. \miii^ifi\. 0 4. 
6) . 

50 Ci fc. 
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[0 19 6] i^mi9)^mA' *«i»-c. 

«^©Mt*lT-3fc. &H«K5a:. API H 4 0 
ht£69^S^7 -Of- ( 1 7 8mm) > WSO. 23 W 

<6nun) (o^f^ms^miK c <D«g©jaaB*9S 

[0 19 81«C4$, i$m. mrf^-VtLXJ IS 
YGW2 1 (* 1. 2mm) *ffll,>. V-iPK^/XK 
tt. Ar + 2 0«CO, jSS«ft2 
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tc 
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(54) Title of the Invention: Metal Pipe Joint for Pipe Expansion and the Manufacturing Method Thereof 

(57) Summary 
(Problem) 

Provide a metal pipe joint for pipe expansion and its manufacturing method, wherein even in the case of 
pipe expansion, (a) there is no decrease in the strength or the airtightness of the junction, (b) there is little 
deformation resistance at the time of pipe e^ansion, and (c) it is possible to reduce the level differences 
that occur in the jimction. 

(Means for Solving the Problem) 

Obtain metal pipe joints 32 and 52 in which the internal diameters of the junctions are greater than the 
internal diameters of the non-con] ugative regions, by either (a) diffusion bonding or welding to one another 
metal pipes 30 whose internal diameters in the vicinity of the ends have been expanded such that the end 
diameter expansion rate is greater than 5%, or (b) diffiising bonding metal pipe 50, whose internal diameter 
in the vicinity of the end has not been expanded, such that it reaches a prescribed lateral expansion rate. 



Furthermore, obtain metal pipe joint 42 in which the internal diameter of the junction is greater than the 
internal diameter of Ibe non-conjugative regions by mechanically fastening to one another metal pipes 40 
whose internal diameters toward the ends have been expanded such that the end diameter expansion rate is 
greater than 10%. 

[see source for drawings] 
(c) 

Machine work Machine work 
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(Scope of Patent Claims) 
(Claim I) 

A metal pipe joint for pipe expansion comprised of a plurality of bonded metal pipes, wherein the internal 
diameter of the junction is greater than the internal diameter of the non-conjugative regions. 

(Qaim 2) 

A manufacturing method for a metal pipe joint for pipe expansion in which the internal diameter in the 
vicinity of the end of the metal pipe is expanded and said metal pipes are bonded to one another. 

(Claim 3) 

The manufacturing method for a metal pipe joint for pipe e:q:>ansion according to Qaim 2 in which the 
internal diameter in the vicinity of the end of said metal pipe is expanded such that the end diameter 
expansion rate is greater than 5%. 

(Claim 4) 

The manufacturing method for a metal pipe joint for pipe expansion according to either Claim 2 or Claim 3 
in which the bonding method is a diffusion bonding method. 

(Claim 5) 

The manufacturing method for a metal pipe joint for pipe expansion according to either Claim 2 or Claim 3 
in which the bonding method is an arc welding method. 

(Claim 6) 

A manu^cturing method for a metal pipe joint for pipe expansion in which the internal diameter in the 
vicinity of the end of the metal pipe is expanded, thread is formed on the end of said metal pipe, and said 
metal pipes are mechanically fastened to one another with said thread. 

(aaim7) 

The manufacturing method for a metal pipe joint for pipe expansion according to Claim 6 in which the 
internal diameter in the vicinity of the end of said metal pipe is expanded such that the end diameter 
expansion rate is greater than 10%. 

(Claim 8) 

A manufacturing method for a metal pipe joint for pipe expansion in which metal pipes whose internal 
diameters in the vicinity of the ends have not been expanded are butted, and are diffusion bonded under 
bonding conditions such that the junction vicinity laterally expands. 

(Claim 9) 

The metal pipe joint for pipe expansion according to Claim 8 that is difteion bonded such that the lateral 
expansion rate of the junction vicinity is greater than 1.04. 

(Detailed Description of the f nvention) 
(0001) 

(Technical Field of the Invention) 

The present invention is related to a metal pipe joint for pipe expansion and the manu&cturing method 
thereof; more specifically, it is related to an ideal metal pipe joint for pipe expansion and its manufacturing 
method used for the plumbing for plants or line piping that is used in the chemical industry or the 
petrochemical industry, or as the oil well pipe of casing tubes, production tubes, or coiled tubes used in oil 
wells. 



(0002) 



(Prior Art) 

ConventionaUy, in fields such as the chemical industry and the petrochemical industry, long metal pipes arc 
used in order to transport corrosive liquids over long distances. For cxan^le, pipe lines are for the purpose 
of transporting crude oil obtained from an oil field to an oil refinery, for exanqjle, and their lengths span 
across tens of kilometers. 

(0003) 

Furthermore, when digging an oil well, in order to preserve the gallery that was excavated beneath the 
ground or to prevent crude oil leakage, steel pipes called casing are buried within the gallery. The oil field 
is normally in a location several thousand meters under ground, so it is necessary that the casing also have 
the length of several thousand meters. 

(0004) 

Moreover, seamless steel pipes that are superior with respect to conosion resistance are generally used for 
metal pipes that arc exposed to a corrosive environment, but the length of industrially mass produced 
seamless steel pipes is between 10 - 15 m, and the upper limit on the possible manufactured length is 
approximately 100 m. Accordingly, joints that connect multiple seamless steel pipes of length between 10 - 
15 m are used in line piping or oil well pipe such as casing. 

(0005) 

As a bonding method for metal pipe that is used in such applications, threaded connection methods 
(mechanical couphng method), welding methods (orbital welding method), and diffusion bonding methods 
are well known. 

(0006) 

Furthermore, as for the joints (called "metal pipe joints" hereafter) in which multiple metal pipes that have 
prescribed length are united, it is typical for them to be used as they are, without expanding or reducing the 
internal diameter. In other words, it is typical for metal pipe joints that have a desired internal diameter to 
be manufactured by bonding metal pipes that have a desired internal diameter. 

(0007) 

However, in contrast to line piping that is laid above ground, casing that is used in oil wells is buried 
beneath the ground, so there are the following problems in using metal pipe joints that have prescribed 
internal diameters as casings without modification. 

(0008) 

Stated singly, it is difficult to excavate a bare gallery towards an oil field that is in a location several 
thousand meters under ground. Therefore, oil well excavation operations sequentially repeat the following 
operations: (a) the operation of excavating a gallery using a drill pipe that has a bit that is mounted on its 
tip, (b) the operation of burying casing at a location in which digging has advanced to a certain extent in 
order to protect the gallery, and (c) the operation of pouring cement between the buried casing and the 
stratum, and stabilizing the casing. As a result, oil wells have a stmcture in which multiple casing is 
overlapped in a nested form. 

(0009) 

The structure of a typical oil well is shown in Figure 6. Oil well 10 that is illustrated in Figure 6 is equipped 
with conductor pipe 12 that has a maximum external diameter for the purpose of protecting the gallery wall 
in the vicinity of the surface of the earth, surface casing 14 that is sequentially inserted in a nested form into 
conductor pipe 12, intermediate casing 16, and four production casings 18 of maximum length that reach 
oil stratum 20. 

(0010) 

However, when burying the next casing (called "inner side casing" hereafter) inside the gallery through the 
hole in the center of the casing that was previously buried (called "outer side casing" hereafter), there are 
cases in which the insertion of the inner side casing becomes difficult because the axis of the inner side 
casing and the axis of the outer side casing shift out of alignment, or the shape of either the inner side 



casing or tbe outer side casing is irregular. Therefore, it was necessary to make the external diameter of the 
inner side casing approximately 10 - 30% smaller than the internal diameter of the outer side casing to be 
on the safe side. 

(0011) 

Furtheimore, the production eflficiency of the oil well is dependant on the internal diameter of the 
production casing that reaches the oil stratum. 
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Accordingly, in order to secure prescribed production efficiency, it is necessary not only to give the internal 
diameter of the production casing a prescribed size, but also to enlarge the internal diameter of the casing 
that was previously buried. Therefore, the necessity to enlarge the internal diameter of the gallery that is 
excavated in the vicinity of the surface of the earth arose, and became a factor that increases the cost of oil 
well drilling. 

(0012) 

Thereby, in order to solve this problem, a method was disclosed in Published Japanese Translation of a 
PCT Application H7-507610 that expands the casing in the radial direction with respect to the borehole by 
burying casing made from malleable materials in the borehole that was excavated under the earth, and 
expanding a hydraulic expanding tool within the casing. 

(0013) 

Furthermore, a method was disclosed in International Publication Number WO98/0062 that inserts steel 
pipe made from a malleable type of metal, which generates strain hardening, into either a gallery or casing 
that was previously buried without incidence of necking or ductile fracture, and expands casing using a 
mandrel that has a tapered surface made of a nonmetal material. 

(0014) 

Through the methods disclosed in Published Japanese Translation of a PCT Application H7-507610 or 
Intemational Publication Number WO98/0062, it is possible to insert inner side casing that has a relatively 
small external diameter in con:q)arison to the gaUery or outer side casing internal diameter, so there is the 
advantage that it is possible to smoothly perform the inner side casing insertion operation. 

(0015) 

Moreover, the expansion of iimer side casing that was inserted into a gallery of outer side casing is 
performed using a hydrauhc expansion tool or a mandrel, so there is the advantage that nearly the entire 
cross sectional area of the gallery can be used for cmde oil transportation. Furthermore, because the 
effective cross sectional area of the gallery becomes large, there is the advantage that it is possible to 
reduce the internal diameter of the gallery to be excavated, and it is thus possible to cut excavation costs. 

(0016) 

Furthermore, as disclosed in Published Japanese Translation of a PCT Application H7-507610, in die case 
in which casing is expanded in the radial direction with respect to the borehole, the casing is maintained by 
the conpressive stress received from the borehole wall, so there is the advantage that the cementing 
operation becomes unnecessary. 

(0017) 

(Problenas Addressed by the Invention) 

However, the entire length of casing that is used in oil wells reaches several thousand meters, so although 
junctions must necessarily be present, junctions are not taken into consideration in either Published 
Japanese Translation of a PCT Application H7-507610 or International Publication Number WO98/0062, 

(0018) 

For example, in the case in which metal pipes are bonded through welding methods or metallurgical 
bonding methods such as diffusion bonding to form metal pipe joints, heat-affected zones generate at the 
time of bonding in the vicinity of the junctions, so there are cases in which the deformability decreases. 
Therefore, in the case in which the obtained metal pipe joints are expanded as they are using a mandrel, for 
example, there is the problem in which there is a danger that fissures will generate in the junctions. 

(0019) 

Moreover, in the case in which metal pipe is bonded through a threaded connection method to form a metal 
pipe joint and this is expanded with a mandrel, for example, there is the problem that the thread portion 



becomes loose due to plastic-deformation at the time of expansion and the airtightness of the junction 
decreases. 

(0020) 

Furthermore, the threaded connection method normally forms outer thread la and 2b on the ends of metal 
pipes 1 and 2 as shown in Figure 7, and unites metal pipes I and 2 through coupling 7 that has internal 
thread 7a that can screw into this external thread la and 2b. Accordingly, the vicinity of the junction 
becomes more thick-walled than the non-conjiigative regions, so in the case in which such a metal pipe 
joint is expanded using a mandrel, for example, there is the problem in which the deformation resistance of 
the junction becomes large and the expansion operation cannot be performed smoothly. 

(0021) 

Moreover, in the case in which a metal pipe joint with length of several thousand meters that has a unifonn 
mtemal diameter is expanded at once using a mandrel, the mandrel constantly receives a reactive force 
from the metal pipe joint at the time of the pipe e)q>ansion, so a large motive energy becomes necessary to 
move the mandrel. 

(0022) 

In order to solve this problem, a point is disclosed in International PubUcation Number WO98/0062, for 
example, in which the firictional force that generates between the mandrel and the casing is reduced by 
constructing the tapered surface of the mandrel with a nonmetal material such as zirconia, but there is no 
change in the fact that the mandrel continuously receives a constant reactive force from the casing during 
pipe expansion, and it is insufficient with respect to motive energy conservation. 

(0023) 

Furthermore, as disclosed in Published Japanese Translation of a PCT Application H7-507610, it is 
possible to conserve motive energy in comparison to the case in which the mandrel is expanded all at once 
by repeating the following process: retain the hydraulic expansion tool in a location within the casing, 
expand the hydraulic expansion tool and expand only the casing that is in that position, and then move it to 
the upper region after contracting the hydraulic tool. However, this results in expanding the casing in a 
multistage manner, so there is the drawback that the operation efficiency is poor. 

(0024) 

Moreover, in the case in which the metal pipe is bonded using a diffusion bonding method, it is typical to 
evenly process only the end face of the metal pipe and use it for bonding without adjusting the periphery 
surface and the wall thickness. However, in industrially mass produced metal pipes, there is a prescribed 
dimensional tolerance, and the external diameters and wall thickness of each metal pipe vary within the 
range of the dimensional tolerance. 

(0025) 

Therefore, in the case in which mass produced metal pipes are used as they are in diffusion bonding, there 
is the danger that level differences will arise in the junctions of the metal pipe joints tiiat are obtained. 
Stress tends to concentrate in level differences that generate in the junctions, so in the case in which such 
metal pipe joints are expanded, there is the danger that fissures will generate from the regions of level 
differences. Furthermore, because the level differences remain in the junctions even after pipe expansion, 
there is the danger that fatigue characteristics and corrosion resistance will diminish due to stress 
concentration or the retention of corrosive substances. However, nothing is disclosed in the aforementioned 
prior art literature regarding specific means to solving such problems. 
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(0026) 

A problem addressed by the present invention is to provide a metal pipe joint for pipe expansion and its 
manufacturing method in which (a) fissures do not generate in the jxmction, even if pipe expansion is 
performed, and (b) there is no reduction in the airtightness of the jimction that originates from the loosening 
of thread. 

(0027) 

Furthermore, another problem addressed by the present invention is to provide a metal pipe joint for pipe 
expansion and its manufacturing method, in which (a) the deformation resistance at the time of pipe 
expansion is small and (b) motive energy conservation in the pipe expansion operation is possible. 

(0028) 

Furthermore, another problem addressed by the present invention is to provide a metal pipe joint for pipe 
expansion and its manufacturing method, in which (a) the level differences that arise in the junctions are 
small, and (b) is superior with respect to strength, fatigue characteristics, and corrosion resistance. 

(0029) 

(Means for Solving the Problems) 

In order to solve the aforementioned problems, the metal pipe joint for pipe expansion of the present 
invention can be summarized in that it is a metal pipe joint in which multiple metal pipes have been 
bonded, and the internal diameters of the junctions are larger than the internal diameters of the non- 
conjugative regions. 

(0030) 

Specifically, such a metal pipe joint for pipe expansion can be easily manu&ctured by expanding the 
internal diameter of the vicinity of the end of the metal pipe in advance, and then bonding like metal pipes 
to one another. In this case, it is desirable to expand the internal diameter of the vicinity of the end of the 
metal pipe such that the end diameter expansion rate is greater than 5%. If the end diameter expansion rate 
is less than 5%, dien there is the danger that fissures will generate from the junctions when performing pipe 
expansion, so this is undesirable. Moreover, m this case, a difiiision bonding method or an arc welding 
method would be ideal as a bonding method. 

(0031) 

Moreover, a metal pipe joint such as that described above can also be manufactured by expanding the 
internal dian^ter in the vicinity of the end of the metal pipe, forming thread on the end of the metal pipe, 
and mechanically fastening like metal pipes to one anotiier with the thread. In this case, it is desirable to 
expand the internal diameter of the vicinity of the end of the metal pipe such that the end diameter 
expansion rate is greater than 10%. If the end diameter expansion rate is less than 10%, the thread regions 
plastic-deform and the airtightness of the thread regions decreases, so this is undesirable. 

(0032) 

Furthermore, a metal pipe joint such as that described above can also be manufactured by butting metal 
pipes whose internal diameters in the vicinity of the end have not been expanded, and diffusion bonding 
them under bonding conditions such that the junction vicinity laterally expands. In this case, it is desirable 
to perform diffusion bonding such that the lateral expansion rate in the junction vicinity is greater than 
1.04%. If the lateral expansion rate is less than 1.04%, there is the danger that fissures will generate from 
the junctions when performing pipe expansion, so this is undesirable. 

(0033) 

As for the metal pipe joint for pipe expansion of the present invention that has the configuration described 
above, the internal diameters of die junctions are larger than the internal diameters of the non-conjugative 
regions, so in the case in which such a metal pipe joint for pipe expansion is expanded using a mandrel, for 
example, it is possible to restrain the plastic stress of the junctions such that it is less than the plastic stress 
of the non-conjugative regions. 



(0034) 

Therefore, it becomes difficult for fissures to generate in the junctions due to pipe expansion, even in the 
case in which, for exan^le, when metal pipe whose end internal diameters have been expanded at a 
prescribed end diameter expansion rate are bonded through diffusion bonding or welding methods and the 
obtained metal pipe joint is expanded, heat-affected zones generate in the vicinity of the bonding 
boundaries and the deformability in the vicinity of the bonding boundaries is diminished. 

(0035) 

Moreover, if metal pipes whose end internal diameters have not been expanded are butted, a metal pipe 
joint is formed by plastic-deforming the junction into a barrel shape at a prescribed lateral expansion rate 
with the pressure at the time of diffusion bonding, and this is expanded; then not only is the generation of 
fissures in the junction restrained, but there is also the advantage that the process of e;q)anding the end 
internal diameters of the metal pipes becomes unnecessary. 

(0036) 

Furthermore, in the case in which a metal pipe joint is formed by using a threaded connection method to 
bond metal pipes whose end internal diameters have been expanded at a prescribed end diameter expansion 
rate, if the metal pipe joint is expanded such that the pipe expansion rate is less than the end diameter 
expansion rate, then there is to be no incidence of plastic-deformation of the junction. Therefore, there is no 
decrease in airtightness, which originates from the loosening of thread. 

(0037) 

Moreover, in the metal pipe joint for pipe expansion of the present invention, the internal diameters in the 
junction vicinity are greater than the internal diameters of the non-conjugative regions, so the deformation 
resistance in the junction vicinity becomes small. Therefore, it is possible to perform the pipe expansion 
operation smoothly, and the motive energy in the pipe expansion operation is also conserved. 

(0038) 

Furthermore, in the case in which a metal pipe joint is formed by expanding the ends of the metal pipes at a 
prescribed end diameter expansion rate in advance and bonding the expanded metal pipes, it is possible to 
at least align each of the metal pipes through diameter expansion. Therefore, even in the case in ^ch a 
metal pipe joint is manufactured using metal pipes in which the external diameters or wall thicknesses vary 
within a prescribed dimensional tolerance, it is possible to reduce the level differences that generate on the 
inside sinface of the junction, and it becomes possible to obtain a metal pipe jimction that is superior with 
respect to strength, fatigue characteristics, and corrosion resistance. 

(0039) 

(Embodiments of the Invention) 

Embodiments of the present invention will be explained in detail below with reference to the drawings. 
Figure 1 is a flow chart that shows manufacturing method (called "method A" hereafter) for the metal pipe 
joint for pipe expansion of the first embodiment of the present invention. In Figure 1 , method A comprises 
a diameter expansion process, an end face finishing process, and a diffusion bonding process. 

(0040) 

First, the diameter expansion process will be explained. The diameter expansion process in which only the 
iatcmal diameters of both ends inside cylindrical metal pipe 30 as shown in Figure 1 (a) are enlarged using 
an appropriate industrial tool, and metal pipe 30, in which the internal diameter d| of the end has become 
greater than the internal diameter do in the center, is processed as shown in Figure 1 (b). 

(0041) 

Here, as for the metal pipe 30 that is used in the present invention, there are no particular restnctions 
regarding material quality or dimensions as long as it is of a material that has deformability that can 
withstand the pipe expansion described later. For exanq)le, in metal pipe joints that are used in applications 
in which only mechanical characteristics are required, it is possible to use carbon steel for metal pipe 30. 



(5) 
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Moreover, in applications in which both strength and corrosion resistance of line pipes or oil well pipes are 
required, for example, it is possible to use stainless steels such as martensitic stainless steel, two-phase 
stainless steel, or austenitic stainless steel, or Ti alloy. 

(0042) 

Moreover, in the present invention, the increment of the internal diameter of metal pipe 30 after expansion 
with respect to the minimum value of the internal diameter of each metal pipe 30 prior to expansion is 
called the end diameter expansion rate, and it is defined by the following Formula 1 . 

(0043) 
(Formula 1) 

End diameter expansion rate (%) = (di - do min) x 100/do min- 
Where: 

di : internal diameter of the end of metal pipe 30 after expansion 

do rain: minimum value of the internal diameter of the end of metal pipe 30 prior to expansion 

(0044) 

In the case of method A, it is desirable for the end diameter expansion rate to be greater than 5%. If the end 
diameter expansion rate is less than 5%, then the necessity to greatly plastic-deform the junctions arises in 
the pipe expansion process explained later, and there is the danger tiiat fissures will generate in the 
junctions, so this is undesirable. Moreover, if the end diameter expansion rate is less than 5%, there are 
cases in which large level differences generate in the junctions due to the dimensional accuracy of each 
metal pipe 30, and the fatigue strength diminishes, so this is also undesirable. 

(0045) 

This is because, if the end diameter expansion rate is less than 5% in the case in which the internal diameter 
of metal pipe 30 varies within a prescribed dimensional tolerance, there is the danger that only metal pipes 
whose internal diameter do prior to expansion is smaller than ibt internal diameter di after expansion will 
be expanded, and metal pipes that have mtemal diameters greater than dt will not be expanded. 

(0046) 

Also, as the minimum value d© miii of the internal diameter that is used to calculate the end diameter 
expansion rate, from the perspective of allowing for safety it is desirable to use the minimum value 
anticipated from the specifications of the metal pipe used in bonding, but it would also be acceptable to use 
an actual measurement. 

(0047) 

Moreover, from the perspective of reducing plastic-deformation in the junctions and restraining the 
generation of fissures, the larger the end diameter expansion rate is the better. Therefore, in accordance 
with the simphcity of the processing of metal pipe 30 and the apphcations of the metal pipe joint that is 
obtained, diameter expansion should be performed with the ideal end diameter expansion rate within a 
range below the pipe expansion rate described later. 

(0048) 

Moreover, the length (called "diameter expansion length" hereafter, represented by "L " within Figure 1 
(b)) of the portion in which the internal diameter was enlarged through diameter expansion may be 
arbitrarily chosen with consideration on the simplicity of processing of metal pipe 30 and the applications, 
but from the perspective of reducing deformation resistance in the pipe expansion process described later 
and conserving motive energy in the pipe expansion operation, the longer it is the better. 

(0049) 

Furthermore, there are no partictilar restrictions on the diameter expansion method either, and it is possible 
to use various methods. Normally, a mandrel or a plug that has an external diameter corresponding to di 



that is e^^iessed in Formula 1 should be inserted into the end of metal pipe 30 up to a prescribed lengthy 
and the end internal diameter should then be expanded. 

(0050) 

Next, the end face finishing process will be explained. The end face finishing process is a process in \^ch, 
as shown in Figure 1 (c), the end face of metal tube 30, whose end internal diameter was expanded through 
the diameter expansion process, is machine finished to a prescribed surface roughness. This is because, if 
the surface texture of the end face of metal pipe 30 is rough, then the bonding boundaries will not 
sufficiently adhere and high bond strength will not be obtained in the diffusion bonding process described 
later. 

(0051) 

Also, there are no particular restrictions regarding the end surface finishing method, and various methods 
such as grinding or lapping can be used. Moreover, in the case in which the surface roughness of the end 
face of metal pipe 30 is held within a prescribed range even after diameter expansion, the end face finishing 
process is not absolutely necessary, and it can be omitted. 

(0052) 

Next, the diffusion bonding process will be explained. The diffusion bonding process is a process in which 
metal pipes 30, whose end internal diameters were expanded in the diameter expansion process and whose 
end faces were finished to a prescribed surface roughness in the end face finishing process, are butted and 
like metal pipes 30 are diffusion bonded to one another. 

(0053) 

Here, as for Ac diffusion bonding method, diere is (a) solid phase diffusion bonding that directly butts 
metal pipes 30 and diffuses elements while maintaining them in the solid phase, and (b) liquid phase 
diffusion bonding that places an insert material onto the bonding boundary and diffuses elements while 
temporarily melting the insert material, and either method may be used. 

(0054) 

In particular, with liquid phase diffusion bonding, joints that have strength that is equivalent to that of the 
parent material can be obtained in a short period of time in conparison to solid phase diffusion bonding, so 
it is ideal as a bonding method. One example of metal pipe joint 32 that is bonded through liquid phase 
diffusion bonding by placing insert material 36 on the bonding boundary of metal pipes 30 and 30 is shown 
in Figure 1 (d). 

(0055) 

Moreover, as for the conditions for diffusion bonding, an ideal range should be chosen according to the 
material of the metal pipe 30 that is used. Specifically, it should be performed under the following 
conditions. 

(0056) 

First, it is preferable for the surface roughness Rmax of the bonding surface to be less than 50 //nt If the 
surface roughness Rmax of the bonding surface exceeds 50 fixn, like metal pipes 30 will not sufficiently 
adhere at the bonding surface and high bonding strength will not be obtained, so this is not desirable. From 
the perspective of obtaining high bonding strength, die smaller the surfiice roughness Rmax is the better. 

(0057) 

Moreover, as for the insert material 36 that is used, a Ni-family alloy or Fe-family alloy that has a melting 
point that is less than 1200^C is ideal. If the melting point of insert material 36 exceeds 1 200*'C, a high 
bonding temperature will become necessary, which is undesirable because the parent material will be 
melted during bonding, or unbonded portions will generate because insert material 36 is not melted. 



(0058) 



Furthermore, the thickness of the insert material 36 that is used is preferably less than 100 ftm. If the 
thickness of the insert material 36 exceeds 100 /mi, the diffusion of elements at the bonding boundary will 
not be sufficiently performed and the bonding strength will diminish, so this is undesirable. 



(0059) 

Also, there are no particular restrictions regarding the shape of insert material 36, 
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and an insert material 36 made of foil with thickness less than 100 Aon may be placed on the bonding 
boundary. Alternatively, it would also be acceptable to disseminate a powder or squamation insert material 
36 on the bonding boundary, or to make it into a paste and apply it to the bonding boundary m order to 
bring the thickness to less than 100 ;mi. 

(0060) 

A non-oxidizing atmosphere is preferable for the bonding atmosphere. If bonding is conducted under an 
oxidizing atmosphere, the bonding boundary vicinity will oxidize and the bonding strength will diminish, 
so this is undesirable. 

(0061) 

It is ideal for the bonding temperature to be within a range that is greater than 1250°C and less than 
1400°C. If the bonding temperature is less than nsO'^C, portions of insert material 36 will not melt, or the 
division of elements will not be conducted sufficiently, causing the bonding strength to diminish, so this is 
undesirable. Moreover, if the bonding temperature is greater than MOO^'C, there is the danger that the 
parent material will melt, so this is not desirable. 

(0062) 

It is ideal for the retention time of the bonding temperature to be greater than 30 seconds and less than 300 
seconds. If the retention time is less than 30 seconds, die diffusion of elements on die bonding boundary 
will become insufficient and the bonding strength will diminish, so this is undesirable. Moreover, die 
operation efficiency will diminish if the retention time is greater than 300 seconds, so this is also 
undesirable. 

(0063) 

Furthermore, it is ideal for the pressure that is applied to the bonding boundary to be greater than 1.5 MPa 
and less than 5 MPa. If the applied pressure is less than 1 .5 MPa, the adherence of the bonding boundary 
will become insufficient and die bonding strengdi will diminish, so this is undesirable. 

(0064) 

Moreover, in method A, pipe expansion of the metal pipe joint is performed in the pipe expansion process 
described later after the metal pipes are bonded, so it would be acceptable for the junction vicinity to 
slightly deform after bonding. However, if the sum of the increment of the internal diameter in the diameter 
expansion process and the increment of the internal diameter that originates from deformation at the time of 
bonding exceeds the pipe expansion rate in the pipe expansion process described later, then irregularities 
will remain in the vicinity of the bondmg boundary even after pipe expansion, which becomes a cause for 
the reduction of bonding strength. Accordingly, in method A, it is ideal to configure the applied pressure to 
less than 5 MPa such that the junction vicinity does not excessively deform. 

(0065) 

Moreover, as a heating method when performing diffusion bonding, it is possible to use various methods 
such as high frequency induction heating, high frequency direct conduction heating, or resistance heating. 
Among these, with high frequency induction heating and high frequency direct conduction heating, it is 
possible to easily heat even with a relatively large material to be bonded, the heating efficiency is high, and 
it is possible to heat to the bonding ten^erature in an extremely short amount of time, so they are 
particularly suitable as heating methods. 

(0066) 

However, as for the high frequency current that is used in high frequency induction heating or high 
frequency direct conduction heating, it is ideal to use a current that has frequency less than 100 kHz. If the 
frequency exceeds 100 kHz, only the surface will be heated due to the skin effect and the entire bonding 
surface will not be heated imiformly, so this is undesirable. 



(0067) 



Next, the pipe expansion process for the metal pipe joint for pipe expansion that was obtained in this way 
will be explained. The pipe expansion process is a process in which pipe expansion is performed on the 
metal pipe joint 32 that was manufactured in the diameter expansion process, end face finishing process, 
and the diffusion bonding process described above, and the internal diameter of metal pipe joint 32 is set to 
a uniform size. 

(0068) 

Specifically, mandrel 34 is inserted as shown in Figure 2 (a) fi^om one end of metal pipe joint 32 whose 
internal diameters of the junctions and non-conjugative regions are respectively di and do, mandrel 34 is 
moved towards the other end of metal pipe joint 32 as shown in Figure 2 (b), and the internal diameter of 
metal pipe joint 32 is enlarged to d2. In the present invention, the increment of the internal diameter after 
pipe expansion with respect to the minimum value of the mtemal diameter of the non-conjugative regions 
prior to pipe ejqpansion is called the pipe expansion rate, and it is defined by the following Formula 2. 

(0069) 
(Formula 2) 

Pipe expansion rate (%) = (dz - do mm) x lOO/d© min 
Where: 

d2: internal diameters of the non-conjugative regions after pipe expansion 

do ma' "^i"i ™™ value of the internal diameters of the nonrconjugative regions prior to pipe expansion 

(0070) 

Also, in the case of method A, the pipe expansion rate may be arbitrarily chosen with consideration on the 
deformabihty of metal pipe 30 and the application of metal pipe joint 32. Moreover, if the bonding 
conditions are appropriate, it is possible to highly maintain the deformability of the junction vicinity, so it is 
also possible to expand with a pipe expansion rate that is larger than the end diameter expansion rate. 
Furthermore, it would be acceptable to use the minimum expected value firom the specifications as the 
minimum value do min of the internal diameter of the non-conjugative regions prior to pipe e^qsansion, and 
the fact that an actual measurement may also be used is the same as for Formula 1. 

(0071) 

Next, the effects of method A will be explained. If the diameters of the ends of metal pipes 30 (Figure 1 
(a)) Aat have prescribed length and internal diameter are expanded with a prescribed end diameter 
expansion rate and a prescribed diameter expansion length Li (Figure 1 (b)), and like metal pipes 30 are 
diffusion bonded to one another after the end faces are machine finished to a prescribed surface roughness 
(Figure 1 (c)), then it is possible to obtain metal pipe joint 32 in which the internal diameters d| of the 
junctions have become larger than the internal diameters do of the non-conjugative regions as shown in 
Figure 1 (d). 

(0072) 

If mandrel 34 is inserted into one end of such a metal pipe joint 32 and mandrel 34 is moved towards the 
other end, then the internal diameter of metal pipe joint 32 enlarges, and it is possible to obtain metal pipe 
joint 32 that has a constant internal diameter d2 as shown in Figure 2 (b). 

(0073) 

At this time, the internal diameter di of the junction prior to pipe expansion has become greater than the 
internal diameters do of the non-conjugative regions, so the plastic stress of the junction at the time of pipe 
expansion becomes smaller than the plastic stress of the non-conjugative regions. Therefore, it becomes 
difficult for fissures to generate in the junction due to pipe expansion, even in the case in which heat- 
affected zones generate at the time of diffusion bonding and the deformability of the junction diminishes. 

(0074) 

Moreover, because the internal diameter d| of the junction is larger than the internal diameter do of non- 
conjugative regions, the deformation resistance in the junction vicinity becomes small. The quantity of 
diminution becomes larger as the internal diameter d| of the junction becomes larger or the diameter 
e:q)ansion length L) becomes longer. Therefore, the sum of the frictional resistance that mandrel 34 



receives at the time of pipe expansion becomes small in comparison to the case in which a metal pipe joint 
that has a uniform internal diameter is expanded, and motive energy is conserved in the pipe expansion 
operation. 
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(0075) 

Furthermore, even in the case in which the exterior diameters and wall thicknesses of each metal pipe 30 
vary within the dimensional tolerance, if the internal diameters in the end vicinity of metal pipes 30 are 
expanded and they are bonded after the internal diameters of all of the metal pipes 30 are aligned, then it is 
possible to reduce the level differences that generate on the inner periphery side of the junction of metal 
pipe joint 32. Therefore, with such a metal pipe joint 32, the danger that fissures that originate from level 
differences in the junction will generate is small, even if pipe expansion is performed- Moreover, stress 
concentration and the retention of corrosive substances become unlikely, so the strength, fatigue 
characteristics, and corrosion resistance of metal pipe joint 32 that was expanded will not diminish. 

(0076) 

Also, a diffusion bonding method is used as the bonding method in method A described above, but it would 
also be acceptable to use an arc welding method, and through this it would be possible to obtain the same 
results (called "method A'" hereafter). In this case, the internal diameters of the end vicinity of metal pipes 
30 are expanded with a prescribed end diameter expansion rate in the diameter expansion process, grooves 
are formed on metal pipes 30 in the end face finishing process, and these are butted and molten metal is 
clad in the grooves. 

(0077) 

Next, the manufacturing method of the metal pipe joint for pipe expansion of the second embodiment of the 
present invention will be explained. Figure 3 is a flow chart that shows the manufacturing method (called 
"method B" hereafter) of the metal pipe joint for pipe expansion of the second embodiment of the present 
invention. In Figure 3, method B comprises a diameter expansion process, a thread woridng process, and a 
fastening process. 

(0078) 

The diameter expansion process is a process in which, in the same manner as method A explained above, 
by enlarging only the internal diameter of the end vicinity within cylindrical metal pipe 40 as shown in 
Figure 3 (a) using an appropriate industrial tool, the metal pipe 40, in which the internal diameter of the end 
vicinity has been expanded at a prescribed end diameter expansion rate, is processed as shown in Figure 3 
(b). 

(0079) 

However, in the case of method B, it is desirable for the end diameter expansion rate to be greater than 
10%. If the end diameter expansion rate is less than 10%, the necessity to greatly plastic-deform the 
junctions in the pipe expansion process described later will arise, and if junctions that have been fastened 
through threaded connection methods are plastic-deformed, the thread will t>ecome loose and the 
airtightness will diminish, so this is undesirable. 

(0080) 

Also, (a) the fact that any material that has deformability that can withstand the pipe expansion can be used 
for metal pipe 40, (b) the fact that the expansion length Li can be arbitrarily chosen with consideration on 
sin^licity of processing of metal pipe 40, and (c) the fact that various methods can be used for die diameter 
expansion method are ail the same as method A described above. 

(0081) 

Next, in the thread working process, external thread 40a is formed on the end of metal pipe 40 whose end 
internal diameter was expanded in the diameter expansion process, as shown in Figure 3 (c). Also, in the 
case of threaded connection methods, the load that can support the jimctions is dependant upon the length 
L2 of the thread, so it is possible to arbitrarily establish thread lengUi L2 according to the characteristics 
required by metal pipe joint 42. 



(0082) 



Next, the fastening process is a process in which like metal pipes 40, whose end internal diameters were 
expanded in the diameter expansion process and external thread 40a was established on the ends in the 
thread working process, are fastened to one another using coupling 44. Internal thread 44a that can screw 
into external thread 40a that was formed on metal pipes 40 is formed on coupling 44. Metal pipe joint 42 
that was obtained in this way is shown in Figure 3 (d). 

(0083) 

The manufactured metal pipe joint 42 is expanded in the same manner as with metal pipe joint 32 that was 
obtained through method A, and the internal diameter of metal pipe joint 42 is enlarged to the uniform size 
dz. Specifically, mandrel 34 is inserted from one end of metal pipe joint 42 as shown in Figure 4 (a), and 
the internal diameter of metal pipe joint 42 is expanded with a prescribed pipe expansion rate by moving 
mandrel 34 towards the other end of metal pqje joint 42, as shown in Figure 4 (b). 

(0084) 

Here, in flic case of method B, it is desirable to perform the pipe expansion of metal pipe joint 42 with a 
pipe e7q)ansion rate that is less than the end diameter expansion rate of metal pipe 40. If the pipe expansion 
rate exceeds the end diameter expansion rate, there is the danger that the junction will plastic-deform and 
the threads Avill become loose at the time of pipe expansion, so this is undesirable. Moreover, the junction 
vicinity is thick-walled because there is the coupling 44. Therefore, expanding pipe with a pipe expansion 
rate that exceeds the end diameter expansion rate invites the increase of deformation resistance and a 
smooth pipe expansion operation becomes difficult, so this is undesirable. 

(0085) 

Next, the effects of method B will be explained. If the internal diameters of the end vicinity of metal pipes 
40 are expanded in advance such that the end diameter expansion rate is greater than 10%, and like metal 
pipes 40 are bonded to one another through a threaded connection method, then it is possible to easily 
obtain metal pipe joint 42 in which the internal diameter d| of the junction has become larger than the 
internal diameter do of the non-conjugative regions. 

(0086) 

If meUd pipe joint 42 that was obtained in this way is expanded using a mandrel, for example, the 
deformation resistance of the junction vicinity becomes small in the same manner as with method A. 
Therefore, motive energy in the pipe expansion operation can be conserved in comparison to the case in 
which a metal pipe joint that has a imiform internal diameter is expanded. In addition, pipe expansion is 
performed with a pipe expansion rate that is less than the end diameter expansion rate, so the problem that 
is specific to threaded connection methods - the decrease of airtightness that originates in the thread 
plastic-deformation - is solved. 

(0087) 

Next, the manufacturing method of a metal pipe joint for pipe expansion of the third embodiment of the 
present invention will be explained. Figure 5 (a) - (c) is a flow chart that shows the manufacturing method 
of a metal pipe joint for pipe expansion of the third embodiment of the present invention (called "method 
C" hereafter). 

(0088) 

In the case of method C, the fact that any material that has deformability that can withstand the pipe 
expansion can be used for metal pipe 50 is the same as with method A. However, it differs from method A 
in that the ends of cylindrical metal pipes 50 are not expanded, but rather difftision bonding is performed as 
they are, and the junction vicinity is deformed into a barrel shape at the time of diffusion bonding. 

(0089) 

Stated simply, the diameter of the end of cylindrical metal pipe 50 such as that shown in Figure 5 (a) is not 
expanded. 
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but instead they are butted and pressurized as they are (Figure 5 (b)), and the junction vicinity is heated 
through heat source 54. Also, as for the bonding method, a liquid phase diffusion bonding method that 
performs bonding by placing insert material 36 on the bonding boundary as shown in Figure 5 (b) may be 
used, or a solid phase diffusion bonding method that docs not use insert material 36 may also be used. 

(0090) 

At this time, if the bonding conditions are appropriate, the bonding boundary vicinity is deformed into a 
barrel shape at the same time that diffusion bonding progresses on the bonding boundary, and it is possible 
to obtain metal pipe joint 52 in which the internal diameter dpj of the junction has become larger than the 
intemal diameter do of the non-conjugative regions as in Figure 5 (c). In Ae present invention, the 
increment of the intemal diameter of the junction after diffusion bonding with respect to the minimum 
value of the intemal diameter of Ae non-conjugative regions of the metal pipe is called the lateral 
expansion rate, and it is defined by the following Formula 3. 

(0091) 
(Formula 3) 

Lateral expansion rate - d^/do mn 
Where: 

D3: Intemal diameter of the junction 

do nun^ Minimum value of the intemal diameter of the non-conjugative regions 
(0092) 

In the case of method C, it is desirable for fhs lateral expansion rate to be greater than 1 .04. If the lateral 
expansion rate is less than 1 .04, there is the danger that the necessity to greatly plastic-deform the junction 
will arise in the pipe expansion process described later and fissures will generate in the junction, so this is 
undesirable. 

(0093) 

Also, it would be acceptable to use the minimum expected value from the specifications as the minimum 
value do min of the intemal diameter of the non-conjugative regions, and the fact that an actual measurement 
may also be used is the same as for Formula 1 . Moreover, from the perspective reducing the plastic stress 
of the junction at the time of pipe expansion and restricting the generation of fissures, the larger the lateral 
expansion rate is the better. Furthermore, from the perspective of making the deformation resistance small 
in the pipe expansion process, the longer the length (called the "expansion length" hereafter, expressed by 
"L3" within Figure 5 (c)) of die portion whose intemal diameter was increased through diffusion bonding is 
the better. 

(0094) 

Moreover, in the case of method C, it is necessary to actively plastic-deform the bonding botmdary vicinity 
at the time of diffusion bonding, so with regard to the diffusion bonding conditions, it is necessary to select 
conditions obtained from the required lateral e3q)ansion rate, for exanq>le. Specifically, bonding should be 
performed under the following conditions. 

(0095) 

Singly stated, it is ideal for the bonding temperature to be within a range that is greater than 1250**C and 
less than 1400°C. If the bonding temperature is less than 1250*^0, portions of insert material 36 will not 
melt, or the diffusion of elements will not be conducted sufficiently, causing the bonding strength to 
diminish. Moreover, if the bonding temperature is too low, the deformation resistance of metal pipe 50 will 
become large and the prescribed lateral expansion rate will not be obtained, so this is undesirable. 
Furthermore, if the bonding temperature is greater than 1400^C, there is the danger that the parent material 
will melt, so this is also undesirable. 



(0096) 



It is ideal for the retentioii time of the bonding temperature to be greater than 60 seconds. If the retention 
time is less than 60 seconds, it will not be possible to obtain a large lateral expansion rate, so this is 
undesirable. Also, from the perspective of making the lateral expansion rate large, the longer the retention 
time is the better, so the retention time should be adjusted such that the prescribed lateral expansion rate is 
obtained. 

(0097) 

Moreover, it is ideal for the pressure that is applied to the bonding boundary to be greater than 2 MPa. If 
the applied pressure is less than 2 MPa, it will not be possible to obtain a large lateral expansion rate, so 
this is undesirable. Also» in the case of method C, from the perspective of making the lateral expansion rate 
large, the greater the apphed pressure is the better, and it may even be greater than 5 MPa. However, if the 
lateral expansion rate exceeds the pipe expansion rate, irregularities will remain in the bonding boundary 
vicinity even after pipe expansion, and the bonding strength will diminish. Accordingly, it is desirable to 
adjust the applied pressure such that the lateral expansion rate is less than the pipe expansion rate. 

(0098) 

Furthermore, it is desirable for the heating width of the junction vicinity to be greater than 20 mm. If the 
heating width is less than 20 mm, the lateral expansion rate will become small and the expansion length L3 
will become short, so this is undesirable. From the perspective of making the deformation resistance at the 
time of pipe expansion small, the larger the lateral expansion rate and the longer the expansion length L3 is 
the better, and therefore, it is better for the heating width to be long. 

(0099) 

Also, (a) the fact that it is desirable for the surface roughness Rmax of the bonding surface to be less than 
50 ^ (b) the fact that a Ni-family alloy or an Fe-family alloy of thickness less than 100 jum whose melting 
point is less than 1200**C is preferable, and (c) the fact that there are no particular restrictions with regard to 
the shaped of insert material, and it is possible to use a foil, a powder, or a squamation insert material are 
all the same as with method A. 

(0100) 

Moreover, (a) the fact that a non-oxidizing atmosphere is preferable for the bonding atmosphere, and (b) 
the fact that high frequency induction heating or higji frequency direct conduction heating that uses a high 
frequency current with a frequency less than 100 kHz is preferable for the heat source when performing 
dilfusion bonding are also both the same as with method A. 

(0101) 

Next, pipe expansion is performed on metal pipe joint 52 that was manufactured as described above and 
has a prescribed lateral expansion rate. Specifically, mandrel 34 is inserted from one end of metal pipe joint 
52 as shown in Figure 5 (d), and mandrel 34 is then moved towards the other end of metal pipe joint 52. 

(0102) 

Also, (a) the fact tiiat the pipe expansion rate may be arbitrarily chosen with consideration upon the 
deformability of metal pipe 50 and the application of metal pipe joint 52, and (b) the fact that it is possible 
to highly maintain the deformability of the junction vicinity if the bonding conditions are appropriate, so it 
is possible to perform pipe expansion with a pipe expansion rate that is greater than the end diameter 
expansion rate are both ^e same as with method A. 

(0103) 

Next, the effects of method C will be expkuned. If metal pipes 50 whose end internal diameters have not 
been expanded are butted, and the junction vicinity is actively plastic-deformed while like metal pipes 50 
are diffusion bonded to one another, then it is possible to easily obtain metal pipe joint 52 in which the 
internal diameter dj of die junction has become larger than the internal diameter do of the non-conjugative 
regions. 



(0104) 



If a metal pipe joint 52 that was obtained in this way is expanded using a mandrel for exan:q)le, the 
deformation resistance of the junction vicinity becomes small m die same manner as with method A. 
Therefore, in comparison to the case in which a metal pipe joint that has a uniform internal diameter is 
expanded. 
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it is possible to perform the pipe expansion operation smoothly, and it is also possible to conserve motive 
energy in the pipe expansion operation. 

(0105) 

Moreover, because the internal diameter of the junction has become larger, it is possible to reduce the 
plastic stress of the junction at the time of pipe expansion. Therefore, as with method A, even in the case in 
which heat-affected regions generate in the jimction vicmity and the deformability is diminished, the 
generation of fissures in the junction due to pipe expansion becomes unlikely, and it is possible to obtain a 
metal pipe joint that is superior with respect to strength and airtightness. 

(0106) 

(Embodiment 1) 

Pipe expansion was performed on a metal pipe joint using method A. A carbon steel pipe made from 
American Petroleum Institution Grade H40 (this is notated as "API H40" hereafter) with an external 
diameter of 7 inches (178 mm) and wall thickness 0.231 inches (6 mm) was used for the metal pipe, and the 
end internal diameter of this steel pipe was expanded such that the end diameter expansion rate was 5%. 

(0107) 

Next, the end face of the expanded metal pipe was finished such that the surface roughness Rmax is less 
than 30 ^m, a Ni-family alloy foil with melting point of 1050**C and thickness of 50 that has a 
conq>osition equivalent to JIS BNi-3 was placed on the bonding boundary of the metal pipe, and hquid 
phase diffusion bonding was performed. Furthermore, the obtained metal pipe joint was expanded using a 
mandrel such that the pipe expansion rate was 25%. 

(0108) 

Also, a high frequency induction heating method that uses a high frequency current with a frequency of 3 
kHz was used as the heating method for the junction. Moreover, the bonding conditions were such that the 
bonding temperature was 1300°C, the retention time was 180 seconds, and the applied pressure was 4 MPa, 
and bonding was performed in an Ar atmosphere. 

(0109) 

(Embodiments 2 - 3, Con^arative Exanqsles 1, 2) 

Apart from respectively setting the end diameter expansion rates of metal pipes 30 to 0% (Conparative 
Example 1), 3% (Comparative Example 2), 20% (Embodiment 2), and 25% (Embodiment 3), the 
manufacturing and expansion of the metal pipe joints were performed in accordance with the same 
procedures as with Embodiment 1 . 

(0110) 

With respect to the metal pipe joints that were obtained in Embodiments 1 - 3 and Conparative Examples 1 
- 2, the maximum value of the level differences that generated on the inner periphery side of the junctions 
after bonding (this is simply called the "maximum level diflference" hereafter) was measured. Moreover, a 
penetrant test was performed with respect to the junction surface after pipe expansion, and the presence of 
cracks was investigated. Furthermore, after the level differences alone that generated on the external 
periphery of the expanded joint were grinded with a grinder and set to less than 0.5 mm, an API 1 104 
specimen was extracted from this joint and tensile tests were conducted. The results are shown in Table 1. 



(0111) 
(Table 1) 
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(0112) 

hi Con^)arative Example 1 in which the end diameter expansion rate was taken to be 0%, the maximum 
level difference reached 4 mm. Moreover, multiple fissures were recognized in the penetrant test after pipe 
expansioa Furthermore, the tensile strength exhibited low strength of 283 MPa, and the specimen broke 
away from the bonding boundary. 



In Con^arative Example 2 in which the end diameter expansion rate was taken to be 3%, the maximum 
level difference fell to I mm. Moreover, significant fissures were recognized in the junction in the 
penetrant test after pipe expansion, but the number of fissures was less than in Comparative Example 1. 



Accordingly, the tensile strength improved to 467 MPa, but the specimen broke away from the bonding 
boundary. 

(01 14) 

In contrast to this, in Embodiments 1, 2, and 3 in which the end diameter expansion rates were respectively 
taken to be 5%, 20%, and 25%, the maximmn level differences all fell to 0.5 mm. Moreover, no fissures 
were recognized on die bonding bomidary in the penetrant tests following pipe expansion in any of the 
embodiments. Furthermore, the bonding strengths all exhibited strengths greater than 700 MPa, which is 
equivalent to that of the parent material, and the specimens broke away from the parent material side. 

(0115) 

From the above results, it became clear that if the end internal diameter of die metal pipe is expanded 
before the metal pipes are bonded such that a value greater than the prescribed end diameter expansion rate 
is achieved, it is possible to make the maximum level difference small. Moreover, it became clear that the 
greater the end diameter expansion rate is made, the more diflicult it will be for fissures to generate in the 
junction at the time of pipe expansion, and a metal pipe jomt with higher bonding strength can be obtained. 

(0116) 

(Embodiment 4) 

Pipe expansion was performed on a metal pipe joint using method A. A carbon steel pipe made from API 
H40 with an external diameter of 7 inches (178 mm) and wall thickness 0.231 inches (6 mm) was used for 
the metal pipe, and the end internal diameter of this steel pipe was expanded such that the end diameter 
expansion rate was 1 S%. 
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(0117) 

Next, the end face of the expanded metal pipe was finished such that the surface roughness Rmax is less 
than 30 fjxn, an Fe-3B-3Si-lC alloy foil with melting point of 1200X and thickness of 40 /mi was placed 
on the bonding boundary of the metal pipe, and hquid phase diffusion bonding was performed. 
Furthermore, the obtained metal pipe joint was expanded using a mandrel such that &e pipe expansion rate 
was 25%. 

(0118) 

Also, a high frequency induction heating method that uses a high frequency cunent with a frequency of 3 
kHz was used as the heating me Aod for the junction. Moreover, die bonding conditions were such that the 
bonding temperature was 1250°C, the retention time was 60 seconds, and the applied pressure was 4 MPa, 
and bonding was performed in an Ar atmosphere. 

(0119) 

(Embodiment 5) 

A Ni-family alloy foil with a melting point of 1 140°C and thickness of 40 ftm that has a con^)osition 
equivalent to JIS BNi-5 was used as an insert material, and apart from retaining for 120 seconds at 1300°C, 
the manufacturing and expansion of the metal pipe joint were performed in accordance with the same 
procedures as with Embodiment 4. 

(0120) 

(Embodiment 6) 

A Ni-family alloy foil with a mehing point of 1 140°C and thickness of 40 ;mi that has a conq)osition 
equivalent to JIS BNi-5 was used as an insert material, and apart from setting the bonding temperature to 
UOO'^C and the retention time to 300 seconds, die manufacturing and e7q)ansion of the metal pipe joint 
were performed in accordance with the same procedures as with Embodiment 4. 

(0121) 

(Comparative Example 3) 

An Fe-2B-lSi alloy foil with a melting point of 1290**C and thickness of 40 fjm was used as an insert 
material, and apart from setting the bonding temperature to 1400°C, die retention time to 300 seconds, and 
the applied pressure to 5 MPa, the manufacturing and expansion of the metal pipe joint were performed in 
accordance with the same procedures as with Embodiment 4. 

(0122) 

With respect to the metal pipe joints that were obtained in Embodiments 4-6 and Comparative Example 3, 
maximum level difference tests, penetrant tests, and tensile tests were conducted in accordance with the 
same procedures as with Embodiment 1. The results are shown in Table 2. 



(0123) 
(Table 2) 
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(0124) 

In Comparative Example 3 in which an insert material with a melting point of 1290°C was used, although 
the retention time was taken to be 300 seconds, fissures were recognized in the junction in the penetrant test 
following pipe expansion. Moreover, the tensile strength was 417 MPa and the specimen broke away firom 
the bonding boundary. This is thought to have been because the diffusion of elements is not sufticiently 
perfomied on the bonding boundary because the melting point of the insert material is high, and thus the 
deformability of the bonding boimdary vicinity is diminished. 



(0125) 



In contrast to this, in Embodiment 4 in which an insert material with a melting point of 1200*'C was used, 
and in Embodiments 5 and 6 in which an insert material with a melting point of 1 140°C was used, no 
fissures were recognized on the bonding boundary in the penetrant test following pipe expansion for any of 
the embodiments. Moreover, the bonding strengths all exhibited strengths greater than 700 MPa, which is 
equivalent to diat of the parent material, and the specimens broke away from the parent material side. 

(0126) 

Also, all of the end diameter expansion rates of the metal pipes were taken to be 15% in Embodiments 3-6 
and Con^arative Exan^le 3, so all of the maximum level differences were 0.5 mm. 

(0127) 

From the above results, it became clear that if an insert material with a melting point that is less than 
nOO^'C is used in the case in which metal pipes are liquid phase diffusion bonded, then fissures will not 
generate on the junction following pipe expansion and metal pipe joints with high bond strength can be 
obtained. 

(0128) 

(Embodiment 7) 

Pipe expansion was performed on a metal pipe joint using mediod A. A carbon steel pipe made from API 
H40 with an external diameter of 7 inches (178 mm) and wall thickness 0.231 inches (6 mm) was used for 
the metal pipe, 
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and the end internal diameter of this steel pipe was expanded such that the end diameter expansion rate was 
15%. 

(0129) 

Next, the end fitce of the expanded metal pipe was finished such that the surface roughness Rmax is less 
than 30 //m, a squamation Ni-family alloy with a melting point of 1 140**C that has a composition equivalent 
to JIS BNi-5 was placed on the bonding boundary of the metal pipe such that the thickness was 100 ;mi, 
and liquid phase dififtision bonding was performed. Furthermore, the obtained metal pipe joint was 
CTcpanded using a mandrel such that the pipe expansion rate was 25%. 

(0130) 

Also, a high frequency induction heating method that uses a high frequency current with a frequency of 3 
kH2 was used as the heating method for the junction. Moreover, the bonding conditions were such that the 
bonding temperature was 1300°C, the retention time was 180 seconds* and the applied pressure was 4 MPa, 
and bonding was performed in an Ar atmosphere. 

(0131) 

(Embodiment 8) 

A Ni-family alloy powder that has a composition equivalent to JIS BNi-5 was used as an insert material, 
and this was placed on the bonding boundary of the metal pipe such that the thickness was 30 /mx Apart 
from retaining for 60 seconds at the bonding tenq)erature, the manufacturing and expansion of the metal 
pipe joint were performed in accordance with the same procedures as with Embodiment 7. 

(0132) 

(Embodiment 9) 

A Ni-family alloy foil with thickness of 40 //m that has a con^sition equivalent to JIS BNi-5 was used as 
an insert material, and apart from setting the bonding temperature to 1250X and the retention time to 60 
seconds, the manufacturing and expansion of the metal pipe joint were performed in accordance with the 
same procedures as with Embodiment 7. 

(0133) 

(Comparative Example 4) 

A Ni-family alloy foil with thickness of 200 //m that has a composition equivalent to JIS BNi-5 was used as 
an insert material, and apart from setting the bonding temperature to MOO^'C and the retention time to 300 
seconds, the manufacturing and expansion of the metal pipe joint were performed in accordance with the 
same procedures as with Embodiment 7. 

(0134) 

(Conq[>arative Example S) 

A Ni-family alloy foil with thickness of 40 fim that has a composition equivalent to JIS BNi-5 was used as 
an insert material, and apart from setting the bonding temperature to 1450°C and the retention time to 60 
seconds, the manufacturing and expansion of the metal pipe joint were performed in accordance with the 
same procedures as with Embodiment 7. 

(0135) 

With respect to the metal pipe joints that were obtained in Embodiments 7-9 and Comparative Examples 4 
- 5, maximum level difference tests, penetrant tests, and tensile tests were conducted in accordance with the 
same procedures as with Embodiment 1. The results are shown in Table 3. 



(0136) 
(Table 3) 
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(0137) 

In Conparative Example 4 in which the thickness of the insert material was taken as 200 ;im» although the 
retention time was taken to be 300 seconds, fissures were recognized in the junction in the penetrant test 
following pipe expansion. Moreover, the tensile strength was 588 MPa, and the specimen broke away from 
the bonding boundary. This is thought to have been because the elements contained in the insert material 
were not suificiendy diffused because the insert material was thick» and thus the deformability of the 
bonding boundary vicinity was diminished 



(0138) 



Moreover, in Comparative Example 5 in which the bonding temperature was taken as 1450''C, melting 
damage occurred in the junction vicinity. Also, fissures were recognized in the junction in the penetrant test 
following pipe expansion. Furthermore, 4e tensile strength was 657 MPa, and the specimen broke away 
from the bonding boundary. 

(0139) 

In contrast to this, in Embodiments 7, 8, and 9 in which tfie thickness of the insert material was set below 
100;/m and the bonding temperature was set below MOO'^C, no melting damage was recognized in any of 
the junctions, and no fissures were recognized on the bonding boundary in the penetrant test following pipe 
expansion for any of the embodiments. Moreover, the bonding strengths all exhibited strengths greater than 
700 MPa, which is equivalent to that of the parent material, and the specimens broke away from the parent 
material side. 

(0140) 

Also, all of the end diameter expansion rates of the metal pipes were taken to be 15% in Embodiments 7 - 9 
and Con^arative Exzmptes 4 - 5, so all of the maximum level differences were 0.5 mm. 

(0141) 

From the above results, it became clear fliat if the width of the insert material is set to 100 /nn in the case in 
which metal pipes are liquid phase diffusion bonded, then fissures will not generate on the junction 
following pipe expansion and metal pipe joints with high bond strength can be obtained. Moreover, it also 
became clear that it is necessary to set the bonding temperature to less than HOO^'C in order to suppress 
melting damage of the junction. 
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(0142) 

(Embodiment 10) 

Pipe expansion was performed on a metal pipe joint using method A. A carbon steel pipe made from API 
H40 with an external diameter of 7 inches (178 mm) and wall thickness 0.231 inches (6 mm) was used for 
the metal pipe^ and the end internal diameter of this steel pipe was expanded such that the end diameter 
expansion rate was 15%. 

(0143) 

Next, the end face of the expanded metal pipe was finished such that the surface roughness Rmax is less 
than 30 /rni, a Ni-family alloy foil with a melting point of 1 140°C and thickness of 40 pm that has a 
conq)osition equivalent to JIS BNi-5 was placed on the bonding boundary of the metal pipe, and liquid 
phase diffusion bonding was performed. Furthermore, the obtained metal pipe joint was expanded using a 
mandrel such that the pipe expansion rate was 25%. 

(0144) 

Also, a high frequency induction heating method that uses a high frequency current with a frequency of 3 
kHz was used as the heating method for the junction. Moreover, the bonding conditions were such tibat the 
bonding temperature was 1400^C, the retention time was 30 seconds, and the applied pressure was 5 MPa, 
and bonding was performed in an Ar atmosphere. 

(0145) 

(Embodiment 1 1) 

Apart from setting the retention time at the bonding temperature to 300 seconds and the applied pressure to 
1 .5 MPa, the manufacturing and expansion of the metal pipe joint were performed in accordance with the 
same procedures as with Embodiment 10. 

(0146) 

(Comparative Example 6) 

Apart from setting the retention time at the bonding temperature to 15 seconds, the manufacturing and 
expansion of the metal pipe joint were performed in accordance with the same procedures as with 
Embodiment 10. 

(0147) 

(Comparative Exan^le 7) 

A Ni-family alloy foil with thickness of 30 fm that has a composition equivalent to JIS BNi-5 was used as 
an insert material, and apart from setting the retention time at the bonding temperature to 300 seconds and 
the applied pressure to 1 MPa, the manufacturing and expansion of the metal pipe joint were perfonned in 
accordance with the same procedures as with Embodiment 10. 

(0148) 

(Conq)arative Exanple 8) 

Apart from setting the bonding temperature to 1250''C, the retention time to 300 seconds, and the applied 
pressure to 7 MPa, the manufacturing and e?q>ansion of the metal pipe joint were performed in accordance 
with the same procedures as with Embodiment 10. 

(0149) 

With respect to the metal pipe joints that were obtained in Embodiments 10-11 and Comparative 
Examples 6*8, maximum level difference tests, penetrant tests, and tensile tests were conducted in 
accordance with the same procedures as with Embodiment 1 . The results are shown in Table 4. 



(0150) 
(Table 4) 
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In Conqjarative Example 6 in which the retention time at die bonding ten^erature was taken as 15 seconds, 
fissures were recognized in the junction in the penetrant test following pipe expansion. Moreover, the 
tensile strength was 563 MPa, and the specimen broke away from the bonding boundary. This is thought to 
have been because the diffusion of elements was not sufficiently performed because the retention time was 
short, and thus the deformability of die bonding boundary vicinity was diminished. 

(0152) 

Moreover, in Con^arative Example 7 in which the applied pressure was taken as 1 MPa, although the 
retention time at the bonding tenq)erature was taken as 300 seconds, fissures were recognized in the 



junction in the penetrant test following pipe expansion. Also, the tensile strength was 628 MPa, and the 
specimen broke away from the bonding boundary. This is thought to have been because the bonding 
boundary did not sufficiently adhere and partiaUy unbonded portions generated because the applied 
pressure was low, and therefore the deformability of the entire bonding boundary was diminished. 

SiSermore, in Comparative Exanple 8 in which the applied pressure was taken as 7 MPa, although the 
bonding temperature was reduced to 1250'='C, excessive deformation occurred in the junction vicmity. 
Moreover, fissures were recognized in the junction in the penetrant test following pipe expansion. 
Furthermore, the tensile strength was 687 MPa, and the specimen broke away from Ae bonding boundary. 

Slomrast to this, in Embodiment 10 in which the applied pressure was set to 5 MPa and the retention time 
was set to 30 seconds, and in Embodiment 1 1 in which the applied pressure was set to 1.5 MPa and the 
retention time was set to 300 seconds, no fissures were recognized on the bonding boundary in the 
penetrant test following pipe expansion for either of the embodiments. Moreover, the bonding strengths 
both exhibited strengths greater than 700 MPa, which is equivalent to that of the parent material, and the 
specimens broke away from the parent material side. 
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Also, all of the end diameter expansion rates of the metal pipes were taken to be 15% in Enibodimcnts 10 - 
1 1 and Conq)arative Examples 6 - 8, so all of the maximum level differences were 0.5 mm. 

(0156) 

From the above results, it became clear that if the applied pressure is set greater than 1.5 MPa and less than 
5 MPa in the case in which metal pipes are Uquid phase diffusion bonded, then fissures vnW not generate on 
the junction following pipe expansion and metal pipe joints with high bond strength can be obtamed. 

(0157) 

(Embodiment 12) 

Pipe expansion was performed on a metal pipe joint using method A. A steel pipe was used with an 
external diameter of 10.75 inches (269 mm) and wall thickness 0.5 inches (13 mm) made from American 
Petroleum Institution Grade LC52-1200 (called "LC52-1200" hereafter), which is a type of martensitic 
stainless steel, and the end internal diameter of this steel pipe was expanded such that the end diameter 
expansion rate was 1 5%. 



Next, the end face of the expanded steel pipe was finished such that the surface roughness Rmax is less 
than 50 /im, a Ni-family alloy foil with melting point of 1 140°C and thickness of 40//m that has a 
conq)Osition equivalent to JIS BNi-5 was placed on the bonding boundary of the metal pipe, and liquid 
phase diffusion bonding was performed. Furthermore, the obtained metal pipe joint was expanded using a 
mandrel such that the pipe expansion rate was 25%. 

(0159) 

Also, a high frequency induction heating method that uses a high frequency current with a frequency of 3 
kHz 'was used as the heating method for the junctioiL Moreover, the bonding conditions were such that the 
bonding temperature was 1300°C, the retention time was 120 seconds, and the applied pressure was 4 MPa, 
and bonding was performed in an Ar atmosphere. 

(0160) 

(Embodiment 13) 

Apart from setting the bonding temperature to 1 350°C, the retention time to 2 10 seconds, the applied 
pressure to 3.5 MPa, and the frequency of the high frequency current that flows through the induction coil 
to 100 kHz, the manufacturing and expansion of the metal pipe joint were performed in accordance with 
the same procedures as with Embodiment 12. 

(0161) 

(Embodiment 14) 

Apart from setting the bonding temperature to 1350**C, the retention time to 210 seconds, die applied 
pressure to 3.5 MPa, and performing bonding with a high frequency direct conduction heating method that 
uses a high frequency current with frequency of 25 kHz, the manufacturing and expansion of the metal pipe 
joint were performed in accordance with the same procedures as with Embodiment 12. 

(0162) 

(Comparative Example 9) 

Apart from setting the surface roughness Rmax of the bonding surface to 100 ;mi, the bonding temperature 
to 1400°C, and the retention time to 300 seconds, the manufacturing and expansion of the metal pipe joint 
were performed in accordance with the same procedures as with Embodiment 12. 

(0163) 

(Comparative Example 10) 

Apart from setting the retention time at the bonding temperature to 300 seconds, the applied pressure to 5 
MPa, and the frequency of the high frequency current that flows through the induction coO to 400 kHz, the 



manufacturing and expansion of the metal pipe joint were performed in accordance with the same 
procedures as with Embodiment 12. 

(0164) 

With respect to the metal pipe joints that were obtained in Embodiments 12-14 and Con^arative 
Exan^)les 9 - 10, maximum level difference tests, penetrant tests, and tensile tests were conducted in 
accordance with the same procedures as with Embodiment 1. The results are shown in Table 5. 



(0165) 
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(0166) 

In Conq)arative Example 9 in which the surface roughness Rmax of the bonding boundary was set to 
100 /mi, although diffusion banding was performed under conditions of relatively high temperature, high 
pressure, and long time, fissures were recognized in the junction in the penetrant test following pipe 
expansion. Moreover, the tensile strength was 477 MPa, and the specimen broke away from the bonding 
boundary. This is thought to have been because it was not possible to fill with melted Ni alloy the 
irregularities that were present on the bonding boundary because the surface texture was rough, and 
therefore the deformabUity of the entire bonding boundary was diminished. 



(0167) 



Likewise, in Conparative Exan^le 10 in which induction heating was performed using a high frequency 
current with a frequency of 400 MPa [sic], although difHision bonding was performed under conditions of 
relatively high ten^rature, high pressure, and long time, fissures were recognized in the junction in the 
penetrant test following pipe expansion. Moreover, the tensile strength was 43 1 MPa, and the specimen 
broke away from the bonding boundary. This is thought to have been because the entire bonding boundary 
did not heat uniformly and unbonded portions generated on the inner periphery side of the metal pipe 
because the frequency was high, and tiierefore the deformability of the entire bonding boundary was 
diminished. 

(0168) 

In contrast to this, in Embodiments 12 - 14 in which the surface roughness Rmax of the bonding boundary 
was set to 50 ^m and a high frequency current with a frequency less than 100 kHz was used, no fissures 
were recognized on the bonding boundary in the penetrant test following pipe expansion for any of the 
embodiments. Moreover, the bonding strengths all exhibited strengths greater than 700 MPa, which is 
equivalent to that of the parent material, and the specimens broke away from the parent material side. 

(0169) 

Also, all of the end diameter expansion rates of the metal pipes were taken to be 15% in Embodiments 12 - 
14 and Comparative Examples 9 - 10, so all of the maximum level differences were 0.5 mm. 
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(0170) 

From the above results, it became clear tbat if the surface roughness Rmax of the bonding boundary is set 
to 50 )Um in the case in which metal pipes are liquid phase diffusion bonded, then fissures will not generate 
on the junction following pipe expansion and metal pipe joints with high bond strength can be obtained. 
Moreover, it became clear ftat if the frequency of the hi^ frequency current is set below 1 00 kHz in the 
case in which the bonding boundary is heated through high frequency induction heating or high frequency 
direct conduction heating, it is possible to restrain the reduction of deformability that originates from the 
generation of unbonded portions. 

(0171) 

(Embodiment 15) 

Pipe expansion was performed on a metal pipe joint using method B. A carbon steel pipe made from API 
40H with an external diameter of 7 inches (178 mm) and wall thickness 0.231 inches (6 mm) was used for 
the metal pipe, and the end internal diameter of this steel pipe was expanded such that the end diameter 
expansion rate was 10%. 

(0172) 

Next, external thread was established on the end faces of the expanded metal pipes, and like metal pipes 
were fastened to one another with a coupling that has internal thread that can screw into this external 
thread. Furthermore, the obtained metal pipe joint was expanded using a mandrel such that the pipe 
expansion rate was 10%. 

(0173) 

(Embodiment 16) 

Apart from setting the end diameter expansion rate of the metal pipe to 25% and expanding the metal pipe 
joint with a 25% pipe expansion rate, die manufacturing and expansion of die metal pipe joint were 
performed in accordance with the same procedures as with Embodiment 15. 

(0174) 

(Embodiment 16 [sic]) 

Apart from using as the metal pipe a steel pipe made from LC52-1200 with an external diameter of 10.75 
inches (273 mm) and wall thickness 0.5 inches (127 mm), setting the end diameter expansion rate to 25%, 
and expanding the metal pipe joint with a 25% pipe expansion rate, tfie manufacturing and expansion of the 
metal pipe joint were performed in accordance with the same procedures as with Embodiment 15. 

(0175) 

(Con^arative Exanple 11) 

Apart from setting the end diameter expansion rate of the metal pipe to 0%, the manufacturing and 
expansion of the metal pipe joint were performed in accordance with the same procedures as with 
Embodiment 15. 

(0176) 

(Comparative Example 12) 

Apart from using as the metal pipe a steel pipe made from LC52-120O with an external diameter of 10.75 
inches (273 mm) and wall thickness 0.5 inches (127 mm), setting the end diameter expansion rate to 15%, 
and expanding the metal pipe joint with a 25% pipe expansion rate, the manufacturing and expansion of the 
metal pipe joint were performed in accordance with the same procedures as with Embodiment 15. 

(0177) 

Hydraulic pressure tests were conducted with respect to each of the metal pipe joints that were obtained in 
Embodiments 15-17 and Comparative Exanq>les 11-12. The results are shown in Table 6. 



(0178) 
(Table 6) 



[see source for numbers and English] 



Test Number 


Con:4)arative 
Exanq>le 1 1 


Embodiment 
15 


Embodiment 
16 


Enibodiment 
17 


Conq)arative 
Example 12 


Steel 
Pipe 


Material 












Dimensions 


External 

Diameter 
(Inches) 












Wall 
Thickness 
(Inches) 












End Diameter Expansion Rate 

(%) 












Pipe Expansion Rate (%) 












Hydraulic Pressure Test 
Pressure (psi) 












Hydraulic Pressure Test Results 


Leak 
Generation 


Satisfactory 


Satisfactory 


Satisfactory 


Leak 
Generation 


Comprehensive Evaluation 













(0179) 

With respect to Con:q)arative Example 1 1 in which the end diameter expansion rate was set to 0% and the 
metal pipe joint was expanded with a 10% pipe expansion rate, water leaks generated from the junction 
after having performed a hydraulic pressure test with 2100 psi pressure. 



(0180) 

In contrast to this, in Embodiment 15 in which both the end diameter expansion rate and the pipe expansion 
rate were set to 1 0%, and in Embodiment 16 in which both the end diameter expansion rate and the pipe 
expansion rate were set to 25%, water leaks did not generate from either of the junctions even when 
hydraulic pressure tests were performed with 2100 psi pressure. 

(0181) 

Moreover, with respect to Conparative Example 12 in which the end diameter expansion rate was set to 
15% and the metal pipe joint was expanded with a 20% pipe expansion rate, water leaks generated from the 
junction after having performed a hydraulic pressure test with 3000 psi pressure. 

(0182) 

In contrast to this, in Embodiment 17 in which both the end diameter e;q)ansion rate and the pipe expansion 
rate were set to 25%, water leaks did not generate from the junction even when a hydraulic pressure test 
was performed with 3000 psi pressure, and a satisfactory metal pipe joint was obtained. 

(0183) 

From the above results, it became clear that, in the case in which a metal pipe joint that was bonded with a 
threaded connection method is expanded, if pipe expansion is performed with a pipe expansion rate that is 
less than the end diameter expansion rate, a metal pipe joint that is superior with respect to airtightness can 
be obtained. 

(0184) 

(Embodiment 18) 

Pipe expansion was performed on a metal pipe joint using method C. A steel pipe made from STKM12B 
(JIS G3445) with an external diameter of 140 mm and wall thickness of 7 mm was used for the metal pipe. 
The end frice of this steel pipe was finished such that the surface roughness Rmax is less than 30 ^ a Ni- 
family alloy foil with a melting point of 1050'*C and thickness of 50 fim that has a composition equivalent 
to JIS BNi-3 was placed on the bonding boundary, and diffusion bonding was performed. Furthermore, (he 



obtained metal pipe joint was e?q)anded with a mandrel such that the pipe expansion rate was between 5 - 
25%, 

(0185) 

Also, a high frequency induction heating method that used a high frequency current with a frequency of 3 
kHz was used as the heating method for the junction, and two types of coils were used for the heating coils 
_ a coil in which the heating width is 20 mm, and a coil in which the heating width is 40 mm. 
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(0188) 

It can be seen from Table 7 that the expansion length becomes longer as a heating coil with a long heating 
width is used. In other words, it can be seen that the expansion length becomes 40 - 50 mm if the heating 
width is set to 20 mm, and fbs expansion length becomes 80 - 90 mm if the heating width is set to 40 mm. 

(0189) 

Moreover, it can be seen from Table 7 that, in the case in which the expansion lengtfi is set between 40 - 50 
mm, a metal pipe joint is obtained in which pipe expansion can be performed with a larger pipe expansion 
rate as the lateral expansion rate becomes larger. 

(0190) 

Stated singly, in the case in which the lateral expansion rate is 1.00, cracks ahready generated on the 
bonding boundary when the pipe expansion rate was 10%, and a sound metal pipe joint was not obtained 
(Test Number 1). When the lateral expansion rate was set to 1 .02, a sound metal pipe joint was obtained in 
the case in which the pipe expansion rate was less than 15%, but fissures generated in the junction when the 
pipe expansion rate was greater than 20% (Test Number 3). 

(0191) 

In contrast to this, when the lateral expansion rate was set greater than 1 .04 (Test Numbers 5, 7, 9, and 1 1), 
no fissures generated in the junctions even when the pipe expansion rate was set to 20%, and sound metal 
pipe joints that have strengths equivalent to the parent material were obtained. 

(0192) 

The case in which the expansion length was set between 80 - 90 mm was the same, and it can be seen that a 
metal pipe joint is obtained in which pipe expansion can be perfom^ with a larger pipe expansion rate as 
the lateral expansion rate becomes larger (Test Numbers 2, 4, 6, 8, 10). 

(0193) 

Furthermore, it can be seen from Table 7 that, in the case in which the lateral expansion rate is made to be 
uniform, there is a tendency for metal pipe joints to be obtained that can withstand pipe expansion with a 
larger pipe expansion rate as the expansion length becomes longer. In other words, in the case in which the 
lateral e?q>ansion rate was 1.02 and the expansion length was 40 mm, fissures generated in the junction 
when pipe e7q)ansion was performed with a pipe expansion rate of 20% (Test Number 3). On the other 
hand, in the case in which the expansion lengtfi was set to 80 mm, no fissures generated in the joint even 
when pipe expansion was performed with a pipe expansion rate of 20%, and a sound joint that has strength 
equivalent to the parent material was obtained (Test Number 4), 

(0194) 

Likewise, in the case in which the lateral expansion rate was 1.04 and the expansion length was 45 mm, 
fissures generated in the junction when pipe expansion was performed with a pipe expansion rate of 25% 
(Test Number 5). On the other hand, in the case in which the expansion length was set to 90 mm, no 
fissures generated in the junction even when pipe expansion was performed with a pipe expansion rate of 
25%, and a soimd joint that has the strength equivalent to the parent material was obtained (Test 
Number 6). 

(0195) 

From the above results, it became clear tiiat if metal pipes whose ends have not been expanded are butted 
and the bonding boimdary vicinity is deformed into a barrel shape with a prescribed lateral expansion rate 
at the time of difiusion bonding, then fissures will not generate in the junction even in the case in which 
pipe expansion is performed with a high pipe e:q}ansion rate, and a sound metal pipe joint with high 
bonding strength can be obtained. 
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(0196) 

(Embodiment 19) 

Pipe expansion was performed on a metal pipe joint using method A\ A carbon steel pipe made from API 
H40 with an external diameter of 7 inches (178 mm) and wall thickness 0.231 inches (6 mm) was used for 
the metal pipe, and die end internal diameter of this steel pipe was expanded such that the end diameter 
expansion rate was 5%. 

(0197) 

Next, grooves were formed on the end faces of the expanded metal pipes, and the metal pipes were welded 
with a gas shield arc welding method. Furthermore, the obtained metal pipe joint was expanded using a 
mandrel such that the pipe expansion rate was 25%. 

(0198) 

Also, welding was performed using JIS YGW21 (01 .2 mm) as the welding wire and a mixed gas of Ar + 
20%CO2 as the shield gas, with a 280A welding current 

(0199) 

(Embodiments 20-21, Con^arative Exan^les 13-14) 

Apart from respectively setting the end diameter expansion rates of metal pipes 30 to 0% (Conq>arative 
Exanq}le 13), 3% (Con^arative Exanple 14), 10% (Embodiment 20), and 15% (Embodiment 21), the 
manufacturing and expansion of the metal pipe joints were performed in accordance with the same 
procedures as with Embodiment 19. 

(0200) 

With respect to the metal pipe joints diat were obtained in Embodiments 19 - 21 and Comparative 
Exan^les 13-14, penetrant tests and tensile tests were performed in accordance with the same procedures 
as with Embodiment 1 . The results are shown in Table 8. 

(0201) 
(Table 8) 



[see source for numbers and English] 
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(0202) 

In Con^)arative Example 13 in which the end diameter expansion rate was set to 0%, multiple fissures were 
recognized in the junction in the penetrant test following pipe expansion. Furthermore, the tensile strength 
exhibited low strength of 3 1 7 MPa, and the specimen broke away from the welded section. 



(0203) 

Likewise, in Comparative Example 14 in which the end diameter expansion rate was set to 3%, significant 
fissures were recognized in the junction in tfie penetrant test following pipe expansion, but the number of 
fissures was less than in Comparative Example 13. Accordmgly, the tensile strength improved to 495 MPa, 
but the specimen broke away fi^om the welded section. 

(0204) 

In contrast to this, in Embodiments 19, 20, and 2 1 in which the end diameter expansion rates were 
respectively set to 5%, 10%, and 15%, no fissures were recognized on the bonding boundary in the 
penetrant tests following pipe expansion in any of the embodiments. Furthermore, the bonding strengths all 
exhibited strengths greater than 700 MPa, which is equivalent to that of the parent material, and the 
specimens broke away from the parent material side. 

(0205) 

From the above results, it became clear that if the end internal diameter of the metal pipe is expanded 
before the metal pipes are welded such that a value greater than the prescribed end diameter expansion rate 
is achieved, it becomes more difficult for fissures to generate on the junction at the time of pipe expansion 
as the end diameter expansion rate becomes larger, and a metal pipe joint with higher bonding strength can 
be obtained. 

(0206) 

The embodiments of die present invention were described in detail above, but the present invention is in no 
way limited to the embodiments described above, and various alterations are possible within a scope that 
does not deviate firom the purport of the present inventioa 

(0207) 

For exanqjle, there are no particular restrictions regarding the shape of the mandrel that is used for pipe 
expansion, and it would be acceptable to use a tapered mandrel or a mandrel that has a roller on the tapered 
surface. 

(0208) 

Moreover, there are also no particular restrictions regarding the drive means for the mandrel. For example, 
it would be acceptable to affix a shaft to the base surface of the mandrel, and then drive the mandrel into 
the metal pipe joint using that shaft. 
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Alternatively, it would also be acceptable to apply hydraulic pressure to the base surface of the mandrel, 
and then move it through the metal pipe joint from one end to the other with hydraulic pressure. 

(0209) 

Moreover, in the embodiments described above, a diffusion bonding method, a threaded connection 
method, or a welding method was used to bond metal pipe joints in which the internal diameter of the 
junction has become larger than the internal diameter of the non-conjugative regions, but the bonding 
method of the metal pipes joints is not limited to these methods. For example, it would also be acceptable 
to form a metal pipe joint by bonding metal pipes with a friction pressure welding method. 

(0210) 

Furthermore, the metal pipe joint for pipe expansion and its nnanufacturing method of the present invention 
are particularly suited for oil well pipes for casing that is buried beneath the earth and the manufacturing 
mediod thereof, but the applications of die present invention are not limited to oil well pipes, and it is 
possible to use them as casing that is used in natural gas wells, geothermal wells, hot spring wells, and 
water wells, or as line pipe that is laid on the ground surface or as plumbing for plants and the 
manufacturing methods thereof. By doing so, it is possible to obtain effects equivalent to those of the 
embodiments above. 



(0211) 

(Effects of the Invention) 

The metal pipe joint for pipe expansion and its manufacturing method of the present invention uses an 
industrial tool such as a mandrel to expand a metal pipe joint in which the internal diameter of the junction 
has become larger than the internal diameter of the non-conjugative regions, so the deformation resistance 
when expanding the metal pipe joint becomes small. Therefore, it is possible to perform the pipe expansion 
operation smoothly, and there is the effect that motive energy of the pipe expansion operation is also 
conserved. 



(0212) 

Moreover, if tfie diameter of the end of the metal pipe is expanded in advance widi a prescribed end 
diameter expansion rate and such metal pipes arc butted and diffusion bonded or welded, then it is possible 
to easily obtain a metal pipe joint in which the internal diameter of the junction has become larger than the 
internal diameter of the non-conjugative regions. 

(0213) 

Furthermore, in the case in which such a metal pipe joint is expanded, it is possible to make the plastic 
stress of the junction small in conq)arison to the plastic stress of the non-conjugative regions. Therefore, 
even in the case in which heat-affected regions generate at the time of diffusion bonding or welding and the 
deformability of the junction vicinity is diminished, there is the effect that it becomes difficult for fissures 
to generate on the junction, and a metal pipe joint that is superior with respect to strength and airtightness 
can be obtained. 



(0214) 

Moreover, if metal pipes whose end internal diameters have been expanded with a prescribed end diameter 
expansion rate are bonded with a threaded connection method to form a metal pipe joint, there is the effect 
that the thread portions do not plastic-deform, so there is no decrease in airtightness that originates from 
loose thread. 



(0215) 

Moreover, even in the case in which like metal pipes whose ends have not been expanded are butted and 
the junction is deformed into a banel shape with a prescribed lateral expansion rate at the same time that 
the metal pipes are diffuse bonded, it is possible to easily obtain a metal pipe joint in which the internal 
diameter of the jiuiction has become larger than the internal diameter of the non-conjugative regions. 



Therefore, if such a metal pipe joint is expanded with a prescribed pipe expansion rate, there is the effect 
that a metal pipe joint that is superior with respect to strength and airtightness can be obtained. 

(0216) 

Furthermore, in the case in which the ends of metal pipes are expanded in advance with a prescribed end 
diameter expansion rate and such metal pipes are butted and diffusion bonded, it is possible to reduce the 
level differences that generate on the inner periphery side of Ac junction, even if there is variation in the 
dimensions of each metal pipe. Therefore, even if pipe expansion is performed, there is no danger of the 
generation of fissures that originate fi^om stress concentration, so there is the effect that a metal pipe joint 
that is superior with respect to strength, fatigue characteristics, and corrosion resistance can be obtamed 

(0217) 

As described above, through the metal pipe joint for pipe expansion and its manufacturing method, it is 
possible to easily obtain a metal pipe joint in which the energy expenditure required for pipe expansion is 
small, airtightness and strength are superior, and the level differences that generate in the junction are 
small. Therefore, it this is applied to an oil well pipe or line pipe, for exawph, it will contribute to 
significant cost reduction and reliability inq)rovement in the oil drilling operation or pipe laying operation, 
and the present invention is an invention in which these effects are extremely large industrially. 



(Brief Description of the Drawings) 

(Figure 1) 

A flow chart that shows the metal pipe joint for pipe expansion and its manufacturing method of the first 
eihbodiment of the present invention 

(Figure 2) 

A flow chart that shows the pipe expansion method of the metal pipe joint for pipe expansion shown in 
Figure 1 (d). 

(Figure 3) 

A flow chart that shows the metal pipe joint for pipe expansion and its manufacturing method of the second 
embodiment of the present invention. 

(Figure 4) 

A flow chart that shows the pipe expansion method of the metal pipe joint for pipe expansion shown in 
Figure 2 (d). 

(Figure 5) 

Figure 5 (a) - (c) is a flow chart that shows metal pipe joint for pipe expansion and its manufacturing 
method of the third embodiment of the present invention, and Figure 5 (d) is a figure that shows the 
expansion method of the metal pipe for pipe e?q>ansion shown in Figure 5 (c). 

(Figure 6) 

A cross sectional diagram that shows the typical structure of an oil well. 
(Figure?) 

A cross sectional diagram that shows the threaded connection method (mechanical coupling method). 



(Explanation of Symbols) 



30, 40, 50 Metal Pipes 

32, 42, 52 Metal Pipe Joints 

34 Mandrel 
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[see source for drawings] 

(Figure 1) 
(c) 

Machine work Machine work 

(Figure 3) 

(Figure 2) 
Applied pressure 

(Figure 6) 
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(Figure 4) 
Applied pressure 

(Figure 7) 

(Figure 5) 
(b) 

Applied pressure Applied pressure 
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